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IN THE UNITED STATES PATENT AND 
TRADEMARK OFFICE 

John F. Schabron and Joseph F. Rovani, Jr. 

(original US) 60/138,846 New: 

(PCT) PCT/USOO/15950 

(original US) 10 June 1999 New: 

(PCT) 09 June 2000 

Predicting Proximity to Coke Formation 
^ PRELIMINARY AMENDMENT 

PI 

p Before calculating filing fees and before examining the above-referenced plication, please 

amend the application as follows: 

In the Specification: 

Please add the following paragraph after the title on page 1: 

- This application is the United States National Stage of International Application No. 
PCT/USOO/15950, filed June % 2000 which claims the benefit of United States Provisional 
Application No. 60/138,846, filed June 10, 1999, each hereby incorporated by reference. - 

In the Claims: 



In Re the AppUcation of: 
Serial Number: 

Filed: 

For: 
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Please cancel without prejudice claims: 1-16, 18, 22, 30-31, 33-36, 49, 57-59, 60-64, 79-80, 
and 84-93. 

Please amend claims 17, 19-21, 23-29, 32, 37-48, 50-57, 60-78 as set forth below in the 
version with markings to show changes made. 

Pursuant to 37 C.F.R. §1.121, the appUcant submits a clean set of claims as amended. 
The apphcant has consoHdated all separate amendments to the claims into a single clean version 
which is to be construed as a cancellation of all previous versions of the claims with respect to 
this application. The appUcant respectfully requests entry of the clean version of the claims as 
set forth beginning on the next separate page: 



17. A method of processing petroleum residua, comprising the steps of: 

a. providing an amount of said petroleum residua having solvated asphaltenes dispersed in 
lower polarity solvents; 

b. determining a value for said petroleum residua at which said solvated asphaltenes fail to 
disperse in said lower polarity solvents further comprising the steps of: 

i. precipitating an amount of asphaltenes^ from an amount of said petroleum 
residua with a first solvent; 

ii extracting said amount of asphaltenes^ with a second solvent, wherein said 
second solvent has a polarity between a polarity of said first solvent and a 
polarity of a third solvent capable of dissolving said asphaltenes^ 
completely; and 

iii determining a threshold of instability value of said petroleum residua, 
wherein said threshold of instabiUty value corresponds to weight percent 
asphalteneSy soluble in said second solvent to weight percent apshaltenes^ 
precipitated by said first solvent below which said petroleum residua 
generates undispersed asphaltenes; and 

c. processing said petroleum residua under conditions that maintains a value of said weight 
percent asphalteneSy soluble in said second solvent to weight percent apshaltenes^ 
precipitated by said first solvent above said threshold of instability value. 



19. A method of processing petroleum residua as described in claim 17, wherem said step of 
processing said petroleum residua under conditions that maintains a value of said weight percent 
asphalteneSy soluble in said second solvent to weight percent apshaltenes, precipitated by said 
first solvent above said threshold of mstability value comprises processing said petroleum 
residua under conditions maintaining a value for equal to or above 1.1. 

20. A method of processing petroleum residua as described in claim 1 7, wherein said step of 
processing said petroleum residua under conditions that maintains a value of said weight percent 
asphalteneSy soluble in said second solvent to weight percent apshaltenes, precipitated by said 



first solvent above said threshold of instability value comprises processing said petroleum 
residua under conditions maintaining a value of Kj, equal to or greater than about 1.4. 

21 . A method of processing petroleum residua as described in claim 1 7, wherein said step of 
processing said petroleum residua under conditions that maintains a value of said weight percent 
asphaltenesy soluble in said second solvent to weight percent apshaltenes^precipitated by said 
first solvent above said threshold of instability value comprises maintaining a solvation shell (K), 
wherein K = (K^. Kp) has a value equal to or greater than about 1.5. 

23. A method of processing petroleum residua as described in claim 17, wherem said step of 
providing an amount of petroleum residua further comprises the step of selecting said petroleum 
residua firom the group consisting of coal tars, shale oils, tar sand bitumen, asphalts, and heavy 
oils. 

24. A method of processing petroleum residua as described in claim 19, wherein = 
Ks=(l/(1-Xcy)- 

25. A method of processing petroleum residua as described in claim 20, wherein Kp = 
Kp=(l/(l-pJ. 

26. A method of processing petroleum residua, comprising the steps of: 

a. providing an amount of said pefroleum residua having solvated core materials dispersed 
in lower polarity solvents; 

b. determining a value for said petroleum residua at which said petroleum residue generates 
undispersed materials comprising the steps of: 

i. determining the amount of electromagnetic radiation absorbed by core 
materials; 

ii determining the amount of electromagnetic radiation absorbed by said 
solvated core materials; 



iii determining a threshold of instabihty value of said petroleum residua, 

based upon the ratio of said amount electromagnetic radiation absorbed by 
said core materials and said amount of electromagnetic radiation absorbed 
by said solvated core materials corresponding to generation of undispersed 
materials within said petroleum residua; and 
c. processing said petroleum residua under conditions that maintains a ratio of said amount 
of electromagnetic radiation absorbed by said core materials and said amount of 
electromagnetic radiation absorbed by said solvated core materials above said threshold 
of instability value. 

27. A method of processing petroleum residua as described in claim 26, further comprising 
the step of determining a threshold of instability value of said petroleum residua, based upon the 
ratio of said amount electromagnetic radiation absorbed by said core materials and said amount 
of electromagnetic radiation absorbed by said solvated core materials corresponding to 
generation of undispersed materials within said petroleum residua comprises determining K3 . 

28. A method of processing petroleum residua as described in claim 27, further comprising 
the step of, determining a value of of said petroleum residua, wherein absorption of 
electromagnetic radiation by solvent associated with said solvated core materials and absorption 
of electromagnetic radiation by a plurality of solvated core materials are analyzed to determine 
K,. 

29. A method of processing petroleum residua as described in claim 28, further comprising 
the step of determining a value of K - K3. of said petroleum residua, wherein absorption of 
electromagnetic radiation by said solvated core material and absorption of electromagnetic 
radiation by said core material ^e analyzed to determine K^, and wherein absorption of 
electromagnetic radiation by said solvent associated with said solvated core materials and 
absorption of electromagnetic radiation by said pluraUty of solvated core materials are analyzed 
to determine Kp. 



32. A method of processing petroleum residua as described in claim 29, wherein a threshold 
of instability value based on K has a value of about 1.5, 



37. 


A method of analyzing petroleum residua, comprising the steps of: 




providing a maltenes analysis device; 


b. 


calibrating said maltenes analysis device; 


c. 


mixing an amount of petroleum residua in a precipitating solvent; 


d. 


precipitating asphaltenes from said petroleum residua; 


e 


extracting maltenes into said precipitating solvent; 


£ 


analyzing maltenes with said maltenes analysis device; and 




determining an amount of petroleum residua stability component in said maltenes. 


38. 


A method of analyzing petroleum residua as described in claim 37, wherein said step of 



providing a maltenes analysis device comprises selecting said maltenes analysis device from the 
group consisting of a nuclear magnetic resonance spectroscopy device, a mass spectrometry 
device, an infrared spectrometry device, an infrared raman spectroscopy device, a size exclusion 
chromatography device, a gel electrophoresis device, and a paper chromatograph device. 

39. A method of analyzing petroleum residua as described in claim 37, wherein said step of 
calibrating said hydrocarbon material component analysis device comprises identifying 
characteristics of polystyrene having known molecular weight. 

40. A method of analyzing petroleum residua as described in claim 37, wherein said 
precipitating solvent comprises iso-octane. 

41 . A method of analyzing petroleum residua as described in claim 37, wherein said step of 
analyzing said maltenes with said maltenes analysis device comprises: 

a. separating said maltenes with said size exclusion chromatography device; and 



b. comparing elution volumes of said maltenes to elution volumes of said components of 
polystyrene having known molecular weight. 

42. A method of analyzing petroleum residua as described in claim 37, wherein determining 
an amoimt of said petroleum residua stability component in said maltenes comprises detecting an 
q)parent molecular weight of said petroleum residua stability component. 

43 . A method of analyzing petroleum residua as described in claim 42, wherein detecting the 
apparent molecular weight of said petroleum residua stability component comprises observing 
elution of said petroleum residua stability component corresponding to a leading edge high 
molecular weight shoulder component. 

44. A method of analyzing petroleum residua as described in claim 43, wherein said leading 
edge high molecular weight component has an apparent molecular weight about equal to or 
greater than about 500 Dalton. 

45. A method of analyzing petroleum residua comprising the steps of: 

a. providing a titration device; 

b. mixing an amount of said petroleum residua into an amount of aromatic solvent (V^); 

c. titrating aromatic solvent soluble components in said amount of aromatic solvent with doi 
amount of weak ahphatic solvent until a flocculent forms (V,); 

d. calculating the flocculation ratio at infinite dilution (FR^, wherein FR^ = / (V^ + 
Vf), and wherein Y, has a value about equal to said volume of aromatic solvent, and 
wherein V, has a value about equal to said amount of weak solvent; 

e. determining the dilution concentration at zero titrant level (C^ ), wherein = W, / (V, 
+ Vt), and wherein has a value about equal to said amount of said petroleum residua; 

f. determining the peptizability of asphaltenes determining (p J, wherein p^ = 1 -FR^; and 

g. determining a value of pj C^. 
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46. A method of analyzing petroleum residua as described in claim 45, wherein said step of 
mixing an amount of said petroleum residua into an amount of aromatic solvent (Vj) 
comprises mixing said amount of said petroleum residua into an amount of toluene. 

47. A method of processing hydrocarbon material as described in claim 45, wherein said step 
of titrating aromatic solvent soluble components in said volume of aromatic solvent with an 
amount of weak ahphatic solvent until a flocculent forms (V^ comprises titrating said aromatic 
solvent soluble components in said volume of aromatic solvent with an amount of iso-octane. 

48. A method of analyzing petroleum residua as described in claim 45, fiirther comprising the 
step of comparing said value of pj for an amount of toluene soluble components to a 
threshold of instabihty pJ having a value within the range of about 0.1 to about 0.4 . 

56. A method of processing petroleum residua as described in claims 17, 26, 37, or 45, 
further comprising the step of predicting the proximity of said hydrocarbon material to coke 
formation. 



65. A method of processmg petroleum residua as described in claims 17, 26, 37, or 45, 
fiirther comprising the steps of: 

a. selecting distillation parameters of said petroleum residua to avoid reaching said threshold of 
instability; 

b. distilling said petroleum residua using said distillation parameters; and 

c. avoiding said threshold of instability. 

66. A method of processing petroleum residua as described in claim 65, wherein said step of 
selecting distillation parameters avoid reaching said threshold of instability comprises selecting 
distillation parameters to avoid coke formation. 



A method of processing petroleum residua as described in claims 65, further comprising 
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the step of maintaining continuous distillation of petroleum residua. 



68. A method of processing petroleum residua as described in claim 65, wherein said step of 
distilling said petroleum residua using said distillation parameters comprises the step of distilling 
said petroleum residua to closer proximity of said threshold of instability compared to typical 
distillation parameters, 

69. A method of processing hydrocarbon material as described in claims 17, 26, 37, or 45, 
further comprising the steps of: 

a. selecting distillation parameters for said petroleum residual to reach a predetermined level of 
stabihty; 

b. distilling said petroleum residua using said distillation parameters; and 

c. continuing distillation of said petroleum residua until reaching said predetermined level of 
stabihty. 

70. A method of processing hydrocarbon material as described in claim 69, wherein said step 
of reaching said predetermined level of instability comprises initiating formation of a 
predetermined amount of coke. 

71 . A method of processing hydrocarbon material as described in claim 69, further 
comprising the step of maintaining continuous distillation until reaching said predetermined 
level of stability. 

72. A method of processing hydrocarbon material as described in claim 69, further 
comprising the step of determining the hydrogen-carbon ratio of said petroleum residua. 

73. A method of processing hydrocarbon material as described in claim 69, further 
comprising the step of determining a total amount of coke which may form from said petroleum 
residua. 
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74. A method of processing hydrocarbon material as described in claim 69, further 
comprising the step of increasing output of liquid distillate per unit amount of said petroleum 
residua. 

75. A method of processing hydrocarbon material as described in claim 69, further 
comprising the step of decreasing the amount of energy used per unit of liquid distillate 
produced. 

76. A method of processing hydrocarbon material as described in claim 67, further 
comprising the step of reducing the amount of emissions generated per unit of liquid distillate 
produced. 

77. A method of processing hydrocarbon material as described in claim 76, wherein said step 
of reducing the amount of emissions generated per unit of Uquid distillate produced comprises 
reducing carbon dioxide emissions. 

78. A method of processing hydrocarbon material as described in claim 69, further 
comprising the step of increasing the purity of at least a portion of said liquid distillates. 

8 1 . Liquid distillate produced in accordance with the process of claim 17. 

82. Liquid distillate produced in accordance with the process of claim 26, 

83. Liquid distillate produced in accordance with the process of claim 45. 
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REMARKS 



The above-identified patent application is the United States national stage of international 
PCT Patent Apphcation No PCT/USOO/15950, filed June 9, 2000. The United States was 
designated as the International Search Authority and as the International Preliminary Examining 
Authority. 

The apphcation was considered to have met the requirement of unity of invention throughout 
the international search and the international examination and no invitation to pay additional fees 
was made under Article 1 7 (3)(a). During the national stage of a PCT apphcation when considering 
unity ofinventionofclaims under 35 U.S.C, 121, 371, and 372; Rule 13,1 and 132 will be followed 
without regard to the practice in national applications filed under 35 U.S.C. 1 1 1 and 1850 MPEP. 
Unity of invention is present when there is a "technical relationship" among the claimed inventions 
involving one or more of the same or corresponding "special technical features". Rule 13.2 PCT. 
The expression "special technical features" means those technical features that define a contribution 
which each of the claimed inventions, considered as a whole, makes over the prior art. Rule 13.2 
PCT. Moreover, the rules specifically allow for inventions within the same apphcation when there 
is a relationship between a product, process, and use. 1850 C (A). Illustrations of Particular 
Situations. 

In the original application, an unusually large number of claims were presented in order to 
adequately claim the various aspects of the present invention(s) in dependent and altematively 
independent fashions. The apphcant has volimtarily reduced the number of claims by cancellation of 
claims 1-16, 18, 22, 30-31, 33-36, 49, 57-59, 79-80, and 85-93 as filed in the original application, 
leaving only claims 17, 19-21, 23-29, 32, 37-48, 50-57, 60-78 for examination, including 5 closely 
related independent claims having unity of invention along with their dependent claims. 

Thus, the apphcants have voluntarily reduced the number of claims to assist the examiners in 
their efforts and to expedite the exammation. The voluntary reduction in claim number is not to be 
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construed as a waiver of any right to file other apphcations such as continuations, divisions, 
continuations-in-part, or similar applications and have the remaining claims examined without any 
reduction in breadth. The appUcant respectfully requests that each of claims 1-51 be examined as 
single group as part of this United States national stage application. 

The appUcant has set out a clean version of the claims above and a version with markings 
below to show changes made pursuant to 37 C.F.R.. 1.121. The appUcant respectfiiUy requests 
allowance of the claims at the examiner's earUest convenience. 
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VERSION WITH MARKINGS TO SHOW CHANGES MADE 



VI. CLAIMS 

We claim: 

[LA molecule weight - polarity map for hydrocarbon materials having unimodal characteristics 
comprising: 

a. a first axis having values relating to molecular weight; 

b. a second axis having values relating to solubility parameter; 

c. a plurality of solvent tuned contour hnes each defining a solubihty parameter range in (cal/cc) 
°; and 

d. a core material solubility region. 

2. A molecular weight - polarity map for hydrocarbon materials as described in claim 1, wherein 

said core material solubility region comprises between about 6.9 (cal/cc) ° to about 1 LO (cal/cc) 

□ 

3. A molecular weight - polarity map for hydrocarbon materials as described in claim 1, wherein 
said solubility parameter range in (cal/cc) ° comprises about 0.5 to about 0.6 (cal/cc) °. 

4. A molecular weight - polarity map for hydrocarbon materials as described by claim 1, 
wherein said core material comprises asphaltenes. 

5. A molecular weight - polarity map for hydrocarbon materials as described by claim 1, 
wherein a first solvent tuned contour hne comprises an iso-octane timed contour line. 

6. A molecular weight - polarity map for hydrocarbon materials as described by claim 5, 
wherein a second solvent tuned contour line comprises a heptane tuned contour line. 
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7. A molecular weight - polarity map for hydrocarbon materials as described by claim 6, 
wherein a third solvent tuned contour Une comprises a heptanertoulene (2:1) (v:v) tuned contoxir 
line. 

8. A molecular weight - polarity map for hydrocarbon materials as described by claim 7, 
wherein a fourth solvent tuned contour line comprises a heptane:toulene (1 :2) (v:v) tuned 
contour line. 

9. A molecular weight - polarity map for hydrocarbon materials as described by claim 8, 
wherein a fifth solvent tuned contour line comprises a toulene tuned contour line. 

10. A molecular weight - polarity map for hydrocarbon materials as described by claim 9, 
wherein a sixth solvent tuned contour line comprises a toluenexarbon disulfide (55:45) (v:v) 
tuned contour line. 

1 1 . A molecular weight - polarity map for hydrocarbon materials as described by claim 1 0, 
wherein a seventh solvent tuned contour line comprises a carbon disulfide tuned contour line. 

12. A molecular weight - polarity map for hydrocarbon materials as described by claim 1, 
fiirther comprising molecular weight - polarity coordinate locations of said core materials. 

13. A molecular weight - polarity map for hydrocarbon materials as described by claim 12, 
wherem said molecular weight - polarity coordinate locations of said core materials relate to at 
least one unimodal characteristic. 

14. A molecular weight - polarity map for hydrocarbon materials as described by claim 13, 
wherein said at least one unimodal characteristic comprises a variably adjustable core material 
having a molecular weight responsive to temperature change. 
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15. A molecular weight - polarity map for hydrocarbon materials as described by claim 13, 
wherein said at least one unimodal characteristic comprises a core material having a polarity 
stabilizer function responsive to temperature change. 

16. A molecular weight - polarity map for hydrocarbon materials as described by claim 14, 
wherein variably adjustable core material comprises a core material that decreases in molecular 
weight in response to an increase in temperature.] 

17. A method of processing [hydrocarbon material] petroleum residua , comprising the steps of: 

a. providing an amount of said[ hydrocarbon material] petroleum residua having [at least 
one unimodal characteristic] solvated asphaltenes dispersed in lower polarity solvents ; 
[and] 

b. [determining at least one indicia of stabiUty based on said at least one unimodal 
characteristic] determining a value for said petroleum residua at which said solvated 
asphaltenes fail to disperse in said lower polarity solvents further comprising the steps of: 

L precipitating an amount of asphaltenes^ from an amount of said petroleum 
residua with a first solvent; 

ii extracting said amount of asphaltenes^ with a second solvent, wherein said 
second solvent has a polarity between a polarity of said first solvent and a 
polarity of a third solvent capable of dissolving said asphaltenes. 
completely; and 

iii determining a threshold of instability value of said petroleum residua, 
wherein said threshold of instability value corresponds to weight percent 
asphaltenes^ soluble in said second solvent to weight percent apshaltenes. 
preciptiated by said first solvent below which said petroleum residua 
generates undispersed asphaltenes. 



processing said petroleum residua under conditions that maintains a value of said weight 
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percent asphaltenes^ soluble in said second solvent to weight percent apshaltenes^ 
preciptiated by said first solvent above said threshold of instablitiy value. 

[18. A method of processing hydrocarbon material as described in claim 17, further comprising 
the steps of: 

a. establishing at least one threshold of instability of said at least one unimodal characteristic; 

b. comparing said at least one indicia of stability to said at least one threshold of instability; and 

c. assessing the proximity of said at least one unimodal characteristic to forming a multimodal 
characteristic] 

S S 

^ 19. A method of processing [hydrocarbon material] petroleum residua as described in claim 17, 
tU wherein said step of processing said petroleum residua under conditions that maintains a value 

■:i 

s « s 

^ of said weight percent asphaltenes^ soluble in said second solvent to weight percent apshaltenes^ 
preciptiated by said first solvent above said threshold of instablitiy value comprises processing 
said petroleum residua under conditions maintaining a value for equal to or above 1.1. 

20. A method of processing [hydrocarbon material] petroleum residua as described in claim 17, 
wherein [having said at least one unimodal characteristic] said step of processing said petroleum 
residua under conditions that maintains a value of said weight percent asphaltenes^ soluble in 
said second solvent to weight percent apshaltenes^preciptiated by said first solvent above said 
threshold of instablitiy value comprises processing said petroleum residua under conditions 
maintaining a value of Fascertaining an average size ratio of solvent associated with a plurality of 
solvated core materials to said plurality of solvated core materials(Kp) , wherein] Kp [has a value] 
equal to or greater than about 1.4. 

21. A metiiod of processing [hydroc^bon material] petroleum residua as described in claim 17, 
wherein said step of processing said petroleum residua under conditions that maintains a value of 
said weight percent asphaltenes^ soluble in said second solvent to weight percent apshaltenes. 
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preciptiated by said first solvent above said threshold of instablitiy value comprises maintaining 
[wherein having said at least one unimodal characteristic comprises ascertaining] a solvation 
shell (K), wherein K = (K^. Kp) has a value equal to or greater than about 1.5. 

[22. A method of processing hydrocarbon material as described in claim 17, wherein having 
said at least one unimodal characteristic comprises: 

a. maintaining an amount of asphaltenes having polarity; 

b. maintaining an amount of solvents having lower polarity than said asphaltenes; and 

c. maintaining a sufficient amount of resins having a polarity intermediate to said polarity of 
said asphaltenes and to said lower polarity of said solvents to establish a value of said solvation 
shell (K) = (Kg. Kp) equal to or greater than about 1.5.] 

23. A method of processing [hydrocarbon material] petroleum residua as described in claim 17, 
wherein said step of providing an amount of [hydrocarbon material] petroleum residua further 
comprises the step of selecting said [hydrocarbon material] petroleum residua fi:om the group 
consisting of coal tars, shale oils, tar sand bitumen, asphalts, and heavy oils[, and petroleum 
residua]. 

24. A method of processing [hydrocarbon material] petroleum residua as described in claim 
'1[7]9, [wherein said step of determining at least one indicia of stability based on said at least one 
unimodal characteristic comprises determining a value of of said hydrocarbon material,] 
wherein K3 = Ks=(l/(l-Zcy). 

25. A method of processing [hydrocarbon material] petroleum residua as described in claim 
[17] 20, wherein [said step of determining at least one indicia of stabihty based on said at least 
one unimodal characteristic comprises determining a value of Kj, of said hydrocarbon material,] 
wherein Kp == KF=(1/(1-Pa)- 



26. [A method of processing hydrocarbon material as described in claim 17, wherein said step 

17 



of determining at least one indicia of stability based on said at least one unimodal characteristic 
comprises determining a value of K of said hydrocarbon material, wherein K = . Kp , and 
wherein iCg =Ks=(l/(l-XcyX aiid wherein Kp =KF=(1/(1-Pa).] A method of processing 
[hydrocarbon material] petroleum residua , comprising the steps of: 

a. providing an amount of said[ hydrocarbon material] petroleum residua having [at least 
one unimodal characteristic] solvated core materials dispersed in lower polarity solvents; 
[and] 

b. [determining at least one indicia of stability based on said at least one unimodal 
characteristic] determining a value for said petroleum residua at which said petroleum 
residue generates undispersed materials comprising the steps of: 

i. determining the amount of electromagnetic radiation absorbed by core 
materials; 

ii determining the amount of electromagnetic radiaton absorbed by said 
solvated core materials; 

iii determining a threshold of instability value of said petroleum residua, 
based upon the ratio of said amount electromagnetic radiation absorbed by 
said core materials and said amount of electromagnetic radiation absorbed 
by said solvated core materials corresponding to generation of undispersed 
materials within said petroleum residua. 

c. processing said petroleum residua under conditions that maintains a ratio of said amount 
of electromagnetic radiation absorbed by said core materials and said amount of 
electromagnetic radiation absorbed by said solvated core materials above said threshold 
of instability value. 

27. A method of processing [hydrocarbon material] petroleum residua as described in claim 
2[4]6, [wherein] further comprising the step of determining a threshold of instabihty value of 
said petroleum residua, based upon the ratio of said amount electromagnetic radiation absorbed 
by said core materials and said amount of electromagnetic radiation absorbed by said solvated 
core materials corresponding to generation of undispersed materials within said petroleum 

18 



residua comprises determining . 



28. A method of processing [hydrocarbon material] petroleum residua as described in claim 
2[4]7, [wherein] further comprising the step of , [wherein] determining [at least one indicia of 
stability for said unimodal characteristics comprises determining said] a value of Kp of said 
[hydrocarbon material] petroleum residua [using nuclear magnetic resonance], wherein 
absorption of electromagnetic radiation by solvent associated with said solvated core materials 
and absorption of electromagnetic radiation by [saidja plurality of solvated core materials are 
analyzed to [ascertain] determine [said average size ratio] Kp. 

29. A method of processing [hydrocarbon material] petroleum residua as described in claim 
2[6]8, further comprising the step of [ wherein determining at least one indicia of stability for said 
unimodal characteristics comprises] determining a value of K = of said[ hydrocarbon 
material] petroleum residua [using magnetic resonance], wherein absorption of electromagnetic 
radiation by said solvated core material and absorption of electromagnetic radiation by said core 
material are analyzed to [ascertain] determine [said average size ratio] K^, and wherein 
absorption of electromagnetic radiation by said solvent associated with said solvated core 
materials and absorption of electromagnetic radiation by said pluraUty of solvated core materials 
are analyzed to [provide said average size ratio] to determine Kp. 

[30. A method of processing [hydrocarbon material petroleum residua as described in claim 18 , 
wherein establishing a threshold of instability based on said at least one unimodal characteristics 
comprises assigning a value of about 1.1 to a threshold of instability K3 ]. 

31. A method of processing hydrocarbon material as described in claim 18, wherein estabhshing 
a threshold of instability based on said at least one unimodal characteristic comprises assigning 
K g has a value of about 1.4 [to a threshold of instability Kp. ] 



32. A method of processing [hydrocarbon material] petroleum residua as described in claim [18] 
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29, wherein [establishing ] a threshold of instabiUty value based on [said unimodal characteristics 
comprises assigning] Khas a value of about 1.5 [to a threshold of instability K]. 

[33. A method of processing hydrocarbon material as described in claim 18, wherein said step 
of comparing said indicia of stability to said threshold of instability comprises comparing a 
determined value of Kg of said hydrocarbon material to said value of about LI assigned to said 
threshold of instability K^. 

34. A method of processing hydrocarbon material as described in claim 18, wherein said step of 
comparing said indicia of stability to said threshold of instability comprises comparing a 
determined value of Kp of said hydrocarbon material to said value of about 1 .4 assigned to said 
threshold of instability Kp . 

35. A method of processing hydrocarbon material as described in claim 18, wherein said step of 
comparing said indicia of stability to said threshold of instability comprises comparing a 
determined value of K of said amount of said hydrocarbon material to said value of about 1.5 
assigned to said threshold of instability K. 

36. A method of processing hydrocarbon material as described in claims 19, 20, 21, 24, 25, 26, 
27, 28, or 29, further comprising the step of using a hydrocarbon material analysis device to 
determine said size ratio selected from the group consisting of a nuclear magnetic resonance 
device, a nuclear magnetic resonance spectroscopy device, a nuclear magnetic resonance 
tomography device, a mass spectrometry device, an infrared spectrometry device, a raman 
spectroscopy device, a size exclusion chromatography device, a gel electrophoresis device, and 
paper chromatography device.] 

37. A method of analyzing [ processing hydrocarbon material] petroleum residua, comprising 
the steps of: [as described in claim 17, wherein said step of determining indicia of stability for 
said unimodal characteristics comprises:] 
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a. providing a [hydrocarbon material] maltenes [component] analysis device; 

b, calibrating said [hydrocarbon material component] maltenes analysis device; 

c, mixing an amoxmt of [hydrocarbon material] petroleum residua in a precipitating solvent; 

d. precipitating asphaltenes from said [hydrocarbon material] petroleum residua ; 
e extracting maltenes into said precipitating solvent; 

f. analyzing maltenes with said [hydrocarbon material component ] maltenes analysis device; 
and 

g. determining an amount of [at least one unimodal characteristic] petroleum residua stability 
component in said maltenes. 

38. A method of analyzing [ processing hydrocarbon material] petroleum residua as described in 
claim 37, wherein said step of providing a [hydrocarbon material component] maltenes analysis 
device comprises selecting said[ hydrocarbon material component] maltenes analysis device 
from the group consisting of a nuclear magnetic resonance spectroscopy device, [a nuclear 
magnetic resonance tomography device,] a mass spectrometry device, an infrared spectrometry 
device, [a microscope device,] an mfrared raman spectroscopy device, a size exclusion 
chromatography device, a gel electrophoresis device, and a paper chromatograph device. 

39. A method of analyzing [ processing hydrocarbon material] petroleum residua as described in 
claim 37, wherein said step of calibrating said hydrocarbon material component analysis device 
comprises identifying characteristics of polystyrene having known molecular weight. 

40. A method of analyzing [ processing hydrocarbon material] petroleum residua as described in 
claim 3 [9] 7, wherein said precipitating solvent comprises iso-octane. 

41. A method of analyzing [ processing hydrocarbon material] petroleum residua as described in 
claim [40] 37, wherein said step of analyzing said maltenes with said [hydrocarbon material 
component] maltenes analysis device comprises: 

a. separating said maltenes with said size exclusion chromatography device; and 
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b. comparing elution volumes of said maltenes to elution volumes of said components of 
polystyrene having known molecular weight. 

42. A method of analyzing [ processing hydrocarbon material] petroleum residua as described in 
claim [41] 37, wherein determining an amount of said at least one unimodal characteristic 
stability component in said maltenes comprises detecting an apparent molecular weight of said 
[at least one unimodal characteristic] petroleum residua stability component. 

43. A method of analyzing [ processing hydrocarbon material] petroleum residua as described in 
claim 42, wherein detecting the apparent molecular weight of said [at least one unimodal 
characteristic] petroleum residua stabiUty component comprises observing elution of said [at 
least one unimodal characteristic] petroleum residua stability component corresponding to a 
leading edge high molecular weight shoulder component. 

44. A method of analyzing [ processing hydrocarbon material] petroleum residua as described in 
claim 43, wherein said leading edge high molecular weight component has an apparent molecular 
weight about equal to or greater than about 500 [gram per mole] Dalton . 

45. A method of analyzing [ processing hydrocarbon material] petroleum residua comprising the 
steps of: [as described in claim 17, wherein said step of determining indicia of stabiUty based on 
said at least one unimodal characteristic comprises:] 

a. providing a titration device; 

b. mixing an amount of said [hydrocarbon material] petroleum residua into an ^ount of 

aromatic [dis]solvent (V3); 

c. titrating aromatic[dis]solvent soluble components in said amount of aromatic [dis]solvent with 
an amount of weak aliphatic solvent until a flocculent forms (V^); 

d. calculating the flocculation ratio at infinite dilution (FR^ J, wherein FR^ = / (V^ + V^), 
and wherein V3 has a value about equal to said volume of dissolvent, and wherein has a value 
about equal to said amount of weak solvent; 
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e. determining the dilution concentration at zero titrant level (Cn^n)? wherein C^^^ = W^/ (V^ + 
Vt), and wherein has a value about equal to said amount of said hydrocarbon material; 

f. determining the peptizability of asphaltenes determining (pX wherein = 1-FR^; and 

g. determining a value of p^/ C^^j, for said amount of toluene soluble components. 

46. A method of analyzing [ processing hydrocarbon material] petroleum residua as described 
inclaim 45, wherein said step of mixing an amount of said [hydrocarbon material] petroleum 
residua into an amount of aromatic dissolvent (VJ comprises mixing said amount of said 
[hydrocarbon material] petroleum residua into an amount of toluene. 

47. A method of processing hydrocarbon material as described in claim 45, wherein said step of 
titrating aromatic [disjsolvent soluble components in said volume of aromatic [dis]solvent with 
an amount of weak aliphatic solvent until a flocculent forms (Vt) comprises titrating said 
aromatic [dis] solvent soluble components in said volume of aromatic [dis] solvent with an 
amount of iso-octane. 

48. A method of analyzing [ processing hydrocarbon material] petroleum residua as described in 
claim [18] 45, further comprising the step of comparing said value of p^/ C^^ for said amount of 
toluene soluble components to a threshold of instability having a value within the range 
of about 0.1 to about 0.4 . 

[49. A method of processing hydrocarbon material as described in claim 48, wherein said step 
of comparing said indicia of stability to said threshold of instabiUty comprises comparing said 
determined value of pJC^^i of said hydrocarbon material to said value of about 0.1 to about 0.4 
assigned to said threshold of instability pJC^^.] 

50. A method of processing hydrocarbon material as described in claim 17, wherein said step of 
determining indicia of stability based on said at least one unimodal characteristic comprises: 
a. precipitating an amount of asphaltenes^ from an amount of said hydrocarbon material with a 
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first solvent; 

b. extracting precipitated asphaltenes^ with a second solvent, wherein said second solvent has a 
polarity between a polarity of said first solvent and a polarity of a third solvent capable of 
substantially dissolving said asphaltenes,^ completely; and 

c. determining an amount of asphalteneSy soluble in said second solvent. 

51. A method of processing hydrocarbon material as described in claim 50, wherein said step of 
precipitating an amount of asphaltenes^ fi-om an amount of said hydrocarbon material with a first 
solvent further comprises the step of selecting said first solvent from the group consisting of iso- 
octane, pentane, hexane, and heptane. 

52. A method of processing hydrocarbon material as described in claim 51, wherein said step of 
extracting precipitated asphaltenes^ with a second solvent, wherein said second solvent has 
polarity between the polarity of said first solvent and a polarity of a third solvent capable of 
substantially dissolving said asphaltenes^ completely further comprises the step of selecting said 
second solvent from the group consisting of cyclohexane,.pentane, hexane, heptane, and 
heptane:toluene (1:1) (v:v). 

53. A method of processing hydrocarbon material as described in claim 18, wherein said step of 
establishing a threshold of instability based on said at least one unimodal characteristic 
comprises assigning a value of equal to or less than about 0.2 weight percent to a threshold of 
instability y. 

54. A method of processing hydrocarbon material as described in claim 18, wherein said step of 
determining indicia of stability based on said at least one unimodal characteristic comprises 
weight percent asphalteneSy soluble in said second solvent over weight percent asphaltenes^ 
precipitated by said first solvent. 

55. A method of processing hydrocarbon material as described in claim 2 wherein said step of 
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establishing a threshold of instability based on said at least one unimodal characteristic 
comprises assigning a value between about 0.0 to about 1.0 to a threshold of instability^/y.] 

56. A method of processing hydrocarbon material as described in claims [18, 24, 34, 35, 42, 43, 
44, 49, 53, or 54] 17, 26, 37, or 45 , fixrther comprising the step of predicting the proximity of 
said hydrocarbon material to coke fomiation. 

[57. A method of processing hydrocarbon material as described in claim 17, wherein said step 
of determining indicia of stability based on said at least one unimodal characteristic comprises 
determining free solvent volume. 

58. A method of processing hydrocarbon material as described in claim 57, wherein 
determining said free solvent volume comprises determining an amount of unassociated solvent 
in said hydrocarbon material, wherein said imassociated solvent does not solvate said core 
material, and wherein said unassociated solvent does not associate with said plurality of solvated 
core materials. 

59. A method of processing hydrocarbon material as described in claim 57, wherein 
determining said free solvent volume comprises determining (ppg = l-K^ (1/1-pa) (Xa/1.2), wherein 
ICg has a value of about 1.6.] 

[60. A method of processing [hydrocarbon material as described in claim 56] petroleum residua , 
[wherein determining said free solvent volume comprises] comprising the steps of : 

a. providing a titration device; 

b. mixing an amount of said hydrocarbon material into an amount of aromatic [dis]solvent 

(yd; 

c. titrating aromatic [dis]solvent soluble components in said amount of aromatic 
[dis]solvent with an amount of weak aliphatic solvent until a flocculent forms (VJ; 

d. calculating the flocculation ratio at infinite dilution (FR^^ J, wherein FR^ = / (V^ + 
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Vt), and wherein has a value about equal to said amount of aromatic dissolvent, and 
wherein has a value about equal to said amount of weak aliphatic solvent; 

e. determining the peptizability of asphaltenes p^, wherein p^^l -FR; 

f. precipitating an amount of asphaltenes from an amount of said hydrocarbon material with 
a precipitating solvent; 

g. determining the mass fraction asphaltenes (jj; 

h. determining wherein (pps = l-Kg (1/1-pa) (Xa^l -2); 

h determining a threshold of instability value of said petroleum residua, wherein said 

threshold of instability corresponds to a value of (ppg below which said petroleum residua 
generates undispersed core materials; and 

processing said petroleum residua under conditions that maintains a value of (p^g above 
said threshold of instability value. 

61. A method of [processing hydrocarbon material] petroleum residua as described in claim 60, 
wherein said step of mixing an amoimt of said [hydrocarbon material] petroleum residua into an 
amount of aromatic [dis]solvent (Vg) ftirfher comprises selecting said aromatic [dis]solvent from 
the group consisting of toluene, benzene, xylene, and ethylbenzene. 

62. A method of [processing hydrocarbon material] petroleum residua as described in claim 60, 
wherein said step of titrating aromatic [disjsolvent soluble components in said amount of 
aromatic [dis]solvent with an amount of weak aliphatic solvent until a flocculent forms (V^) 
further comprises selecting said aliphatic solvent from the group consisting of iso-octane, 
pentane, hexane, and hexadecane. 

63. A method of [processing hydrocarbon material] petroleum residua as described in claim 47, 
wherein said step of precipitating an amount of asphaltenes from an amoxmt of said [hydrocarbon 
material] petroleum residua with a precipitating solvent fiirther comprises the step of selecting 
said precipitating solvent from the group consisting of iso-octane, pentane, hexane, and heptane. 

64. A method of [processing hydrocarbon material] petroleum residua as described in claim 57, 
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further comprising the step of determining an initial amount of coke formation when exceeding 
said threshold of instabiUty value.] 

65. A method of processing [hydrocarbon material] petroleum residua as described in claims 
[17, 18, 33, 34, 35, 37, 41, 44, 45, 46, 47, 49, 50, 53, 54, 55, 57, 59, 60, or 64] 17, 26, 37, or 45, 
fiirther comprising the steps of: 

a. selecting distillation parameters of said petroleum residua [to distill said hydrocarbon material 
having unimodal characteristics, wherein said distillation parameters have predetermined indicia 

of stability to] avoid reaching said threshold of instability; 

b. distilling said [hydrocarbon material] petroleum residua using said distillation parameters; and 

c. avoiding said threshold of instabihty [for said unimodal characteristics]. 

66. A method of processing [hydrocarbon material] petroleum residua as described in claim 65, 
wherein said step of selecting distillation parameters [to distill said hydrocarbon material having 
unimodal characteristics, wherein said distillation parameters have predetermined indicia of 
stability to] avoid reaching said threshold of instability comprises selecting distillation 
parameters [having predetermined indicia of stabiUty] to avoid coke formation. 

67. A method of processing [hydrocarbon material] petroleum residua as described in claims 6[1] 
5, further comprising the step of maintaining continuous distillation of petroleum resudua [until 
reaching said predetermined indicia of stabiUty to avoid coke formation]. 

68. A method of processing [hydrocarbon material] petroleum residua as described in claim 

6 [7] 5, wherein said step of distilling said [hydrocarbon material] petroleum residua using said 
distillation parameters comprises the step of distilling said [hydrocarbon materials] petroleum 
residua [so as to have indicia of stabihty in] to closer proximity [to] of said threshold of 
instability compared to typical distillation parameters. 

69. A method of processing hydrocarbon material as described in claims [17, 18, 33, 34, 35, 37, 
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41, 44, 45, 46, 47, 49, 50, 53, 54, 55, 57, 59, 60, or 64] 17, 26, 37, or 45 further comprising the 
steps of: 

a. selecting distillation parameters for said [hydrocarbon materia] petroleum residual [having 
unimodal characteristics] to reach a predetermined level of [instabihty characteristics] stability; 

b. distiUing said [hydrocarbon material] petroleum residua using said distillation parameters; and 

c. continuing distillation of said [hydrocarbon material] petroleum residua until reaching said 
predetermined level of [instability characteristics] stability . 

70. A method of processing hydrocarbon material as described in claim 69, wherein said step of 
reaching said predetermined level of instabihty comprises initiating formation of a predetermined 
amount of coke. 

7L A method of processing hydrocarbon material as described in claim [70] 69, further 
comprising the step of maintaining continuous distillation until reaching said predetermined 
level of [instabihty characteristics] stability . 

72. A method of processing hydrocarbon material as described in claim [71] 69, ftuther 
comprising the step of determining the hydrogen-carbon ratio of said hydrocarbon material. 

73. A method of processing hydrocarbon material as described in claim [72] 69, further 
comprising the step of determining a total amount of coke which may form from said 
hydrocarbon material. 

74. A method of processing hydrocarbon material as described in claim [68] 69, further 
comprising the step of increasing output of liquid distillate per unit amount of said [hydrocarbon 
material] petroleum residua . 

75. A method of processing hydrocarbon material as described in claim [68] 69, further 
comprising the step of decreasing the amount of energy used per unit of hquid distillate 
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produced. 



76. A method of processing hydrocarbon material as described in claim [68] 67, further 
comprising the step of reducing the amount of emissions generated per unit of liquid distillate 
produced. 

77. A method of processing hydrocarbon material as described in claim 76, wherein said step of 
reducing the amount of emissions generated per unit of liquid distillate produced comprises 
reducing carbon dioxide emissions. 

78. A method of processing hydrocarbon material as described in claim [68] 69, further 
comprising the step of increasing the purity of at least a portion of said Uquid distillates. 

[79. A method of processing hydrocarbon material as described in claim 17, 18, 33, 34, 35, 37, 
41, 44, 45, 46, 47, 49, 50, 53, 54, 55, 57, 59, 60, or 64, further comprising the step of selecting 
said hydrocarbon material to process based upon said indica of stability for said unimodal 
characteristics. 

80. A method of processing hydrocarbon material as described in claim 36, further comprising 
the step of selecting said hydrocarbon material to process based upon said indica of stability for 
said unimodal characteristics.] 

81. Liquid distillate produced in accordance with the process of claim [65] 17. 

82. Liquid distillate produced in accordance with the process of claim [68] 26. 

83. Liquid distillate produced in accordance with the process of claim [69] 45. 

[84. Liquid distillate produced in accordance with the process of claim 71. 
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85. A hydrocarbon material comprising: 

a. an amount of core material having polarity; 

b. an amount of solvents having lower polarity than said core material; and 

c. an amount of resins having a polarity intemiediate to said polarity of said core material and to 
said lower polarity of said solvents sufficient to establish at least one unimodal characteristic. 

86. A hydrocarbon material as described in claim 85, wherein said at least one unimodal 
characteristic comprises a value of a solvation shell (K), and wherein K = (Kg. Kp) has a value 
equal to or greater than about 1.5. 

87. A hydrocarbon material as described in claim 85, wherein said at least one unimodal 
characteristic comprises a value of an average size ratio of a solvated core material size to a core 
material size (K3), wherein has a value equal to or greater than about 1.1. 

88. A hydrocarbon material as described in claim 85, wherein said at least one unimodal 
characteristic comprises a value of an average size ratio of solvent associated with a plurality of 
solvated core materials to said plurality of solvated core materials(Kp) , wherein Kp has a value 
equal to or greater than about 1.4. 

89. A hydrocarbon material as described in claim 85, wherein said core material comprises 
asphaltenes. 

90. A hydrocarbon material as described in claim 85, wherein said hydrocarbon material has an 
indicia of stability based on said at least one unimodal characteristic which has a value outside 
the range naturally occurring hydrocarbon materials. 

91. A hydrocarbon material as described in claim 85, further comprising a level of purity greater 
than naturally occurring hydrocarbon materials. 
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92, Methods substantially as described hereinbefore and with reference to any of the 
accompanying examples. 

93. Apparatuses substantially as described hereinbefore and with reference to any of the 
accompanying examples.] 
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JC13BetfdPCT/PT0 10 DEC 2001 

CONCLUSION 

Claims 1-16, 18, 22, 30-31, 33-36, 49, 57-59, 79-80, and 85-93 have been cancelled without 
prejudice. Claims 17, 19-21, 23-29, 32, 37-48, 50-57, 60-78 remain in the application. Each of 
claims 17, 19-21, 23-29, 32, 37-48, 50-57, 60-78, have unity of invention. The appUcant respectfully 
requests that claims 17, 19-21, 23-29, 32, 37-48, 50-57, 60-78 be examined as a single group. 



Dated this \ 3 day of December, 2001. 



Respectfully Submitted, 



SANTANGELO Law Offices, P.C. 
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PTQ No. 45,954 / 
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Fort Collins, CO 80521 

(970)224-3100 
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PREDICTING PROXIMITY TO COKE FORMATION 

1. TECHNICAL FIELD 

Generally, methods and apparatus for evaluating or processing hydrocarbon 
materials having unimodal characteristics which may acquire multimodal characteristics 
5 upon processing. Specifically, indica of stability for hydrocarbons having unimodal 
characteristics which may be used separately, or used in combination, or used in 
comparison to a determined threshold of instability for such unimodal characteristics, to 
assist in determining the proximity of hydrocarbon materials having unimodal 
characteristics to formation of multimodal characteristics, or to assist in pre-determining 
10 the degree of acquired multimodal characteristics in response to various processing 
parameters. 

n. BACKGROUND 

It can be difficult to evaluate, in response to a given set of processing parameters, 
if, or when, or to what degree, a hydrocarbon material of homogeneous mixture may 

15 transition to a hydrocarbon material of heterogeneous mixture to form carbon rich 
materials, such as coke. When hydrocarbon materials, such as heavy oils, petroleum 
residua, shale oils, coal tars, tar sand bitumen, asphalts, or the like, are processed at non- 
pyrolytic temperatures (at or below 340°C or 644 °F), or are heated above the 
temperature at which pyrolysis occurs (at about 340*^0 or 644 °F), there is typically an 

20 induction period before deposition of carbon rich materials occurs. This induction period 
can be variable, ranging firom a few seconds to hours, depending on the particular 
hydrocarbon material and the temperature at which it is processed. To avoid deposition 
of carbon rich material, refiners often process hydrocarbon materials based on arbitrary 
criteria. Because arbitrary criteria are used, conventional processing of hydrocarbon 

25 materials can result in product yields that may not be maximal. 

Because of the substantial benefits that can result from predicting if, when, or to 
what degree particular processing parameters may induce hydrocarbon materials to form 
heterogenous mixtures^ there has been extensive commercial interest in technology to 
define indicia of stability with respect to the homogeneous mixture, or to define 

30 thresholds of instability at which transition to the heterogenous mixture may occur. Such 
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indica of stability or thresholds of instability for hydrocarbon materials may be used, for 
example, to evaluate the suitability of hydrocarbon materials for particular types of 
processing, to predict the proximity to carbon deposition or coke formation, or for 
controlling hydrocarbon material processing in a manner which eliminates, minimizes, or 
5 predicts the amount of carbon deposition or coke formation. Even though conamercial 
interest has generated substantial research in various fields, a long felt but unresolved 
need remains for methods of determining when hydrocarbon materials comprise 
homogeneous mixtures, or for development of indicia of stability for such homogenous 
mixtures, or for more objective thresholds of instability for such homogenous mixtures to 

10 assist in predicting proximity to formation of heterogeneous mixtures. See for example. 
United States Patent No. 5,853,565, hereby incorporated by reference. As such, 
substantial problems with respect to the evaluation of hydrocarbon materials for 
processing, or to the processing of hydrocarbon materials, remained unresolved. 
A significant problem with conventional technology for the evaluation and 

15 processing of hydrocarbon material may be the failure of conventional technology to 
define, provide measures for, or interpretations of, the dynamics of imimodal 
characteristics of intact hydrocarbon materials. Unimodal characteristics define a 
comprehensible pattern of attributes having predictable variation to changing 
environmental or processing parameters. As such, unimodal characteristics make 

20 possible the development of ascertainable indicia for comparative evaluation of the 
functionally related components that make up a hydrocarbon material. Ascertainable 
indicia can make the response of hydrocarbon materials to such environmental or 
processing parameters predictable. Unimodal characteristics may also provide objective 
indica for the manufacture of hydrocarbon material products to assure that components 

25 have an anticipated degree of association. As can be understood, conventional 

technology has focused upon evaluation of the characteristics of separated components of 
hydrocarbon materials. The data obtained by evaluation of these isolated components is 
then typically used to determine the differences between types of hydrocarbon materials. 
Howevi^r, conventional evaluation of isolated components does not provide a substantial 

30 amount of information about the intact hydrocarbon material itself. It can be understood 
that while conventional technology may understand that a hydrocarbon materials can be 
made up of chemical components, or that conventional technology may understand that 



the chemical components have a certain physical relationship or distribution with respect 
to one another, conventional technology may provide, if at all, only a limited insight 
about the dynamic behavior of the various components of a hydrocarbon materials to 
changing environmental or processing parameters, or how the components functionally 
5 relate to maintain the stability of their physical association. As such, conventional 
technology may not provide suitable indica of stability, thresholds of instabihty, or the 
methods for comparing such indicia of stability to such thresholds of instabihty which 
are the ascertainable measures of the unimodal characteristics of intact, unseparated 
hydrocarbon material. Indeed, conventional technology affords few, if any, tools for 
10 diagnosing or predicting how a hydrocarbon material will behave under a specific set of 
circumstances. 

Another significant problem with conventional technology for the evaluation and 
processing of hydrocarbon material may be formation of carbon rich material diiring non- 
pyrolytic events (at or below about 340° C). The deposition of carbon rich material, such 

15 as coke, can result in fouling of heat exchange devices, or other refinery equipment in 
both upstream and downstream operations. This equipment may have to be shut down 
for mechanical coke removal as disclosed by Schabron, J. F, et al., DepositioTi Frnm 
Heavy Oils, pp. viii and 2, (2000), hereby incorporated by reference. 

Another significant problem with conventional technology for the evaluation and 

20 processing of hydrocarbon material may also be the formation of carbon rich deposits, 
such as coke, from pyrolytic events (at or above about 340"* C). Deposition of carbon 
rich material, such as coke, from pyrolytic events during processing can also result in the 
problems described above including having to shut down processing equipment for 
mechanical removal of the deposited materials. 

25 Another significant problem with conventional technology for the evaluation and 

processing of hydrocarbon material may be the lack of a method or use of arbitrary 
criteria for predicting the proximity of a hydrocarbon material to the point of transition 
from a homogenous mixture of components to a heterogenous mixture of components, 
including the proximity to carbon deposition or coke formation. 

30 Another significant problem with conventional technology for the evaluation and 

processing of hydrocarbon material may be a low yield of liquid distillates. The use of 
arbitrary criteria to assess the stabihty of a homogeneous mixture of hydrocarbon 



materials, or to predict when carbon deposition may occur, can result in distillation 
parameters for the hydrocarbon material that stop the distillation sooner than need be to 
avoid deposition of carbon rich materials, such as coke. When distillation is stopped 
sooner than is necessary to avoid carbon deposition, it can result in less than maximal 
5 product yield from the hydrocarbon material. In 1997, for example, the average United 
States atmospheric and vacuum distillation refinery capacity was about 23 million barrels 
per day as disclosed by the Department of Energy, QTT Report , p. 5, (1998), hereby 
incorporated by reference. Solvent deasphalting capacity was about 0.3 million barrels 
per day. About 1.8 million barrels per day of heavy end feedstocks produced in 1997 

10 from atmospheric and vacuum distillation columns and solvent-deasphalting units were 
input to thermal cracking and coking operations. This represents about 10% of the crude 
run. Id. at p. 49. An additional 6.5 million barrels per day went into catalytic cracking 
and hydrotreating units. Based on the total of 1.8 million barrels of total heavy ends 
minus about 0.3 million from solvent deasphalting, about 1.5 million barrels of heavy 

15 ends per day of thermal cracking and coking feed are produced from distillation 

operations. Assuming a one percent increase in United States distillate output because 
of efficiency improvements, an increase of about 15,000 average barrels per day of 
distillate and a corresponding reduction of heavy ends would result. Efficiency increases 
well above 1% could be possible if the proximity to carbon deposition or coking for a 

20 hydrocarbon material could be measured. 

Another significant problem with conventional technology for the evaluation and 
processing of hydrocarbon material may be the inefficient use of energy. Coking 
operations use about 166,000-258,000 Btu per barrel of hydrocarbon material feed. 
Department of Energy, QIT Report, pp. 62-63, (1998). Hydrotreater energy use is 

25 comparable, and a similar consideration may apply. Since most of the energy used can 
be to mitially heat all of the hydrocarbon feed material for distillation, there may be only 
minimal extra heat required to obtain a 1% improvement of distillate output at a 
particular temperature. For each 1% decrease in hydrocarbon material feed, there would 
be a potential savings of about 2.5-3.9 billion Btu with respect to hydrocarbon materials 

30 that do not need to be heated for coking, since they will have been recovered in an 
optimized distillate stream. 

Another significant problem with conventional technology for the evaluation and 
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processing of hydrocarbon material may be high emissions. An energy savings of about 
2.5-3.9 billion Btu per day, as discussed above, can result in a corresponding lowering of 
emissions from fuel that is not burned in processing operations. For example, residual 
fuel used as the heat source produces about 174 pounds of carbon dioxide per million Btu 

5 generated Department of Energy, PIT Report, pp. 27, (1998). Thus, in the U.S., the 
reduction in carbon dioxide emissions for each 1% industry-wide efficiency 
improvement may be about 218-679 tons per day! 

Another significant problem with conventional technology for the evaluation and 
processing of hydrocarbon material may be financial losses. The disruption of 

10 hydrocarbon material processing from fouling due to deposition of carbon rich material, 
such as coke, is pervasive throughout the industry. The financial losses due to 
unscheduled downtime events as a result of non-pyrolytic, or of pyrolytic, deposition of 
carbon rich materials such as coke, may be difficult to quantify, but they are important. 
Another significant problem with conventional technology for the evaluation and 

15 processing of hydrocarbon material may be that the liquid products of distillation may be 
of lower quality, Intemipting the distillation process, or proceeding with the distillation 
process in steps or stages, to avoid deposition of carbon rich materials or coke may allow 
for contamination of the liquid distillates. 

Yet another significant problem with existing methods of processing hydrocarbon 

20 materials may be lack of a method for predicting the amount of initial deposition of 
carbon rich material or coke formation upon pyro lysis of a hydrocarbon material. 

Still another significant problem with existing methods of processing of 
hydrocarbon materials may be the lack of apparatus or methods that are practical, 
convenient, or provide for real time data with respect to the stability of hydrocarbon 

25 materials. 

With respect to processing hydrocarbon materials in general and specifically with 
respect to characterizing the dynamics of unseparated, intact hydrocarbon materials 
including predicting proximity to carbon deposition or coke formation, it can be 
understood there exists an array of problems which have remained unresolved by use of 
30 conventional hydrocarbon processing technology. The present invention addresses each 
of the above-mentioned problems and provides practical solutions. 



in. DISCLOSURE OF THE INVENTION 

Indica which define unimodal characteristics of hydrocarbon materials, or indicia 
which estimate the stability of such unimodal characteristics of hydrocarbon materials 
which may be used separately or may be used in combination, or may be used in 
5 comparison to determined threshold of instability for such unimodal characteristics, to 
assist in determining the proximity of such unimodal characteristics to formation of 
multimodal characteristics, or to assist in predicting the degree of acquired multimodal 
characteristics in response to various processing parameters. 

Naturally, as a result of these several different and potentially independent aspects of the 

10 invention, the objects of the invention are quite varied. 

A broad object of a particular embodiment of the invention can be to establish 
values for various associations between components of a hydrocarbon material which 
define the attributes or characteristics of a unimodal system. One aspect of this object 
can be to provide a value for the size of a core material in comparison to the size of the 

15 core material having sufficient solvent solvation shell to maintain unimodal character 
(K3). A second aspect of this object can be to provide an average value for the relative 
size ratio of a plurality of solvated core materials to the size of the plurality of solvated 
core materials having sufficient associated solvent (for example trapped solvent between 
them) to maintain unimodal character (Kp). A third aspect of this object can be to 

20 provide a value for the solvation shell and associated solvent about a core particle or 
plurality of core particles to maintain unimodal characteristics (K) where K= Kg • Kp . 

A second broad object of a particular embodiment of the invention can be to 
provide indicia of stability for the above-mentioned unimodal characteristics exhibited 
by hydrocarbon materials. Indicia of stability are values that result fix>m measuring the 

25 degree of association between certain components in the hydrocarbon material which can 
allow assessment of the stability of a unimodal characteristic at a given point in time. 
Having objective values that reflect the instant degree of stability of the unimodal 
characteristics can be useful in evaluating suitability of hydrocarbon materials for various 
types of processing parameters, or for maintenance of unimodal characteristics during 

30 hydrocarbon processing. 

Another broad object of a particular embodiment of the invention can be to 
establish thresholds of instability. A threshold of instability establishes a degree of 
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association (or lack of association) between components of a hydrocarbon material at 
which acquisition of multimodal characteristics by the hydrocarbon material may be 
expected. These thresholds of instability may be used in conjunction with the above- 
mentioned indica of stability to assess the proximity of hydrocarbon materials having 
5 unimodal characteristics to the threshold of instability or to acquisition of multimodal 
characteristics. 

Another object of a particular embodiment of the invention can be to provide 
indicia of stability or to establish thresholds of instability based upon instrumented 
measurement of various size ratios which correlate with unimodal characteristics. The 

10 size ratio of the core material to the core material with associated solvent (K,), or the size 
ratio of a plurality of solvated core materials in comparison to the size of the plurality 
solvated of core materials with associated solvent (such as trapped solvent between 
them) (Kp), or the solvation shell about a core particle or plurality of core particles (K) 
where K= Kg • Kp , independently or in combination can be useful in measuring 

1 5 unimodal character of a hydrocarbon material. These size relationships may be evaluated 
by the use of various instrumented techniques such as nuclear magnetic resonance 
spectroscopy, nuclear magnetic resonance tomography, mass spectrometry, infrared 
spectrometry, raman spectroscopy, size exclusion chromatography, gel electrophoresis 
device, and paper chromatography. 

20 Another object of a particular embodiment of the invention can be to provide 

indicia of stability related to the molecular weight of particular components in a 
hydrocarbon material which correlate with the stabihty of unimodal characteristics. 

Another object of a particular embodiment of the invention can be to provide 
indicia of stability based upon the distribution of various polar components in 

25 hydrocarbon materials. One aspect of this embodiment of the invention may be an 
indicia of stability determined as the amount of asphaltenes soluble in particular solvent 
having a particular polarity. For example, the amoimt of asphaltenes precipitated with 
heptane soluble in cyclohexane can be diagnostic of the stability of the unimodal 
character of hydrocarbon materials. A second aspect of this embodiment of the invention 

30 can be an indicia of stability determined as the ratio of the weight percent of solvent 
soluble asphaltenes to the weight percent asphaltenes that are not solvent soluble. For 
example, the ratio of the weight percent of the cyclohexane soluble portion of the 
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heptane precipitated asphaltenes to the weight per cent of the heptane precipitated 
asphaltenes appears to provide a sensitive indicator of stability of die unimodal character 
of hydrocarbon materials. A third aspect of this embodiment of the invention can be an 
indicia of stability based upon titration data. This involves the a titration of solutions of 
5 hydrocarbon material with a weak solvent to the point of asphaltene precipitation. An 
indicia of stability can be described based on the titration data defined as pJC^i^. 

Another object of a particular embodiment of the invention can be to use the 
determined indicia of stability in comparison to the established thresholds of instability 
to assess the proximity of unimodal characteristics to the threshold of instability- One 
10 aspect of this object of the invention can be to predict the proximity of a hydrocarbon 
material to coke formation. 

Another object of a particular embodiment of the invention can be to use the 
indicia of stability, individually or in combination to evaluate hydrocarbon materials 
prior to processing or during processing to model substantially continuous distillation 
15 parameters for a particular hydrocarbon material or mixture hydrocarbon materials. 

Another object of a particular embodiment of the invention can be optimization 
of the yields of distillable liquids from a hydrocarbon material having unimodal 
characteristics. Any increase in the yield of distillable liquids from the same amount of 
hydrocarbon material such as heavy oil or petroleum residuum provides an immediate 
20 increase in revenue. As such, a method of optimizing yields of distillable liquids has 
immediate and important conmiercial applications. 

Another object of a particular embodiment of the invention can be to predict the 
degree of multimodal characteristics that may be acquired by a particular hydrocarbon 
material with respect to various processing parameters. One aspect of this object may be 
25 to predict the initial amount of carbon rich material, such as coke, that may be formed 
upon processing of a hydrocarbon material with particular processing parameters. 

Another object of a particular embodiment of the invention can be to save energy. 
There may be a significant energy savings involved when a higher yield of distillates is 
produced from the same amount of hydrocarbon material. As described above, there 
30 may be only a minimal amount of extra heat required for a 1% improvement of distillate 
output at a particular temperature since the majority of the energy is used to initially heat 
all die hydrocarbon material for distillation. For each 1% decrease in the amount of 
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distillate bottoms heated for a subsequent coicing operation in the United States a 
potential savings in energy of about 2.5 billion Btu to about 3.9 billion Btu per day may 
be realized. 

Another object of a particular embodiment of the invention can be to reduce 
5 emissions. The above-mentioned potential savings in energy of about 2.5 billion Btu to 
about 3.9 billion Btu results in a corresponding reduction in emissions from fuel that is 
not burned in processing additional hydrocarbon material. For example, residual fuel 
used to as the heat source for processing produces about 174 pounds of carbon dioxide 
per million Btu generated. Department of Energy, PIT Report, p. 27 (1998), hereby 
10 incorporated by reference. Thus in the United States, the reduction in carbon dioxide 
emission for each 1% industry-wide efficiency improvement is about 218-679 tons. 

Another object of a particular embodiment of the invention can be to produce 
higher initial quality as compared to conventional liquid distillables. Because the 
process of distillation may be nearly continuous, the distillates may have fewer 
15 opportunities to collect water and become otherwise contaminated. This may result in 
higher purity distillates and perhaps lower post distillation processing costs. As such, 
distillates from near continuous distillation processes made possible from the instant 
invention may be distinguishable from conventional distillation products. 

Still another object of a particular embodiment of the invention can be to provide 
20 a molecular weight/polarity map system to assess the solubility of various components 
m a mixture of asphaltene complexes at various distillation parameters. Such a map 
system may provide an evaluation method for diagnosing processing conditions for 
hydrocarbon materials having unimodal characteristics prior to or during distillation. 

Yet another object of a particular embodiment of the invention can be to establish 
25 a sequential solvent extraction system to isolate various asphaltene complexes from 
hydrocarbon materials having unimodal characteristics based on molecular weight or 
polarity. 

Naturally ftirther objects of the invention may be disclosed throughout other areas 
of the specification and claims. 

30 IV. BRIEF DESCRIPTION OF THE DRAWINGS 

Figure 1 shows the relationship between solubility and solubility parameter 



difference. 

Figure 2 shows the effects of molecular weight and solubility parameter 
difference on solubility. 

Figure 3 shows a flow diagram of the hydrocarbon material solvent extraction 
5 sequence and solubility parameters of solvents. 

Figure 4 shows a molecular weight polarity map. 

Figure 5 shows elution profiles of high performance size exclusion 
chromatography of various amounts of material A from fraction 4 . 

Figure 6 shows elution profiles of high performance size exclusion 
10 chromatography of maltenes. 

Figure 7 shows titration results for three stripper bottoms. 

Figure 8 shows weight percent coke relative to values for the indicia of 
stabilityp3,c mm. 

Figure 9 shows weight percent coke relative to values for the indicia of stability^^,^ 
15 based upon the weight percent of precipitated asphaltenes soluble in a second solvent 
over the weight percent of precipitated asphaltenes. 

Figure 10 shows weight percent coke relative to values for the indicia of 
stability's. 

Figure 1 1 shows weight percent coke relative to values for the indica of 
20 stability^p. 

Figure 12 shows weight percent coke relative to values for the indica of stabilityj^. 
Figure 13 shows a graph of weight percent coke relative to values for the indica 

ofstability^Fs. 

V. MODE(S) FOR CARRYING OUT THE INVENTION 
25 Hydrocarbon materials, such as heavy oils, petroleum residua, coal tars, shale 

oils, asphalts, or the like can comprise polar core materials, such as asphaltenes, 
dispersed in lower polarity solvent(s). Intermediate polarity material(s), usually referred 
to as resin(s), can associate with the polar core materials to maintain a homogeneous 
mixture of the components. The invention focuses on novel unimodal characteristics 
30 which are ascertainable aspects of the relationship, or degree of association, between 
these components that can maintain the hydrocarbon material as a homogeneous mixture. 

10 



Altemateiy, the lack of, or diminishment of these ascertainable aspects of the unimodal 
character can used to predict the onset or degree of acquired (and perhaps undesirable) 
multimodal characteristics associated with formation of the resulting heterogeneous 
mixture. 

5 As one example, refinery processes , including but not limited to, atmospheric or 

vacuum distillation, visbreaking, hydrocracking, delayed coking, Fluid Coking, 
FLEXICOKING, or Eureka that convert hydrocarbon materials to lighter distillate fuels 
require heating for distillation, hydrogen addition, or carbon rejection (coking). 
However, when using conventional refinery processes, the efficiency of converting such 

10 hydrocarbon material may be limited by transition of the hydrocarbon material of 

homogeneous mixture to a hydrocarbon material of heterogenous mixture. The transition 
to the heterogenous mixture may include the formation of insoluble carbon-rich coke 
deposits, including the formation of coke. As such, any reduction in carbon deposition, 
or increase in the distillation yield during the thermal processing of hydrocarbon material 

15 can have a significant impact on the manner or economics of hydrocarbon processing. 
The invention, in contrast to conventional processing technology, provides 
ascertainable unimodal characteristics as the basis for measures of stability with respect 
to hydrocarbon materials that transit between homogenous mixtures and heterogenous 
mixtures of components, methods for assessing the degree of the such unimodal 

20 characteristics, methods for predicting the proximity of hydrocarbon materials having 
unimodal characteristics fi-om the threshold of acquiring multimodal characteristics, or 
methods for predicting the degree of multimodal characteristics acquired due to various 
processing parameters. 

Specifically, the invention provides indicia of stability, thresholds of instability, 

25 methods for comparing such indicia of stability with such thresholds of instabihty so that 
hydrocarbon materials can be evaluated for processing, for selecting processing 
parameters to avoid carbon deposition, or for reaching predetermined levels of carbon 
deposition, for increasing the yield of liquid distillates, for decreasing emissions firom 
processing, or for reducing the consumption of energy. In this application, each are 

30 disclosed as part of the results shown to be achieved by the various methods and devices 
described and as steps which are inherent to utilization. In addition, while a variety of 
methods are disclosed, it should be understood that these are accomplished using certain 
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devices but also that the methods and devices can varied in a number of ways. 
Importantly, as to all of the foregoing, all of these facets should be understood to be 
encompassed by this disclosure. 

The dissolution of a material in a solvent, or the mixing of two liquids to form a 
5 homogaieous mixture, will occur if the free energy of the process is zero or negative as 
described by: 

AG = AH-TAS 

where AG is the free energy, AH is the heat of mixing, T is the temperature, and AS is 
the change in entropy. Typically in a dissolution process, the entropy term is relatively 
10 large, and the heat of mixing determines if the mixing will occur. 
The heat of mixing may be described as: 

AH = V iiAE,/Y,t - (AE./V.yy^^,^, 

where AH is the heat of mixing, V is total volume, AE^ is the molar energy of 
vaporization of component x, is the molar volume of component x, and $^ is the 
15 volume fraction ofcomponentx in the solution. The term (AE/V)^' is called the 

solubility parameter 6 and is typically given in units of (cal/cc)^ called the Hildebrand. 
Numerical values for the solubility parameter of a solvent can be calculated as: 

6 = (AEAO''^ 

fix3m the molar energy of vaporization to the ideal gas state, AE and the molar volume 
20 V. For large molecules or polymeric systems, group contributions can be used to 

calculate if the density of the material is known or can be estimated. 

The heat of mixing two materials is dependent on the difference between their 

solubility parameters squared, (6, - 6,)'. If the solubility parameters are identical, the 

heat of mixing is zero and the dissolution/mixing process is driven by the enfropy term 
25 TAS alone, and mixing will occur. If the solubility parameters are not identical, the term 

(6, - 6 will have a net positive value, which will cause the energy term AH to oppose 

the entropy term. If the entropy term is less than the energy term, mixing or dissolution 

will not occur. 
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However, the use of the solubility parameter is complicated by the presence of 
dipole and hydrogen bonding interactions. For solvents or materials with strong polarity 
or hydrogen bonding components, dissolution may not be predictable by the single 
component, or dispersion solubility parameter, described above. For such systems, 

5 solubility is maximized when all the components for the solvent and material being 
dissolved are similar in polarity. Two- or three-dimensional maps can be used to 
describe so-called solubility zones, areas, or spheres for such systems. Mixtures of 
solvents with different solubility parameter components can be used to generate a 
mixture with custom-formulated solubility parameter components. Thus, it is possible to 

10 fonnulate a mixture of two or more solvents that will dissolve a material that is not 
soluble in one or more of the solvents alone. For hydrocarbon materials such as 
petroleum residua or fractions isolated therefrom, solubility characteristics can best be 
described by the single-component dispersion solubility parameter. Multi-component 
solubility parameters are not necessary. 

15 Selected solvents that do not have significant polarity or hydrogen bonding 

components are listed in Table 1, along with their solubility parameters. The solubility 
parameter of a mixture of solvents is the sum of the solubility parameter of each 
component times the volume fraction of that component in the mixture. 
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Table 1 . Solubility Parameters of Solvents with Predominantly Dispersive Components 



Sokent Solubility Parameter, (ral/m)'^ 



oerfluoro-n-hexane 




low W^tCUiW 


0.9 


n-pentane 


7.0 


n-hexane 


7.3 


n-heptane 


7.4 


cyclohexane 


8.2 


toluene 


8.9 


benzene 


9.2 


carbon disulfide 


10.0 


diiodomethane 


11.8 
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Toluene, for example, is knoAvn to be a good solvent for hydrocarbon material 
such as whole petroleum residua. This is probably because the solubility parameters of 
whole petroleum residua components lie within about ± 2 (cal/cc)'* of 8.9, or within 6.9 - 
10.9 (cal/cc)^". Once thermal treatment of petroleum residua has begun, however, toluene 
20 fails to solvate the more polar components, which are formed as carfjon deposition or 
coking ensues. 

Relatively large solubility parameters require the use of polar interactive or 
hydrogen bonding solvents such as the alcohols (methanol 6 = 14.6, ethanol 6 = 12.5, 
etc.). Solubility parameters below those of the perfluorinated hydrocarbons can be 
25 attained by using silicone oils or supercritical fluids such as supercritical carbon dioxide. 

Hydrocarbon materials, such as petroleum residua, are usually complex mixtures 
that are usually separated into well-defined fractions prior to characterization. Separation 
schemes typically include steps such as precipitation of asphaltenes by a hydrocarbon 
solvent such as n-heptane and subsequent separation of the deasphaltened material 
30 (maltenes) by adsorption, ion exchange, size exclusion chromatography, or combinations 
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thereof as disclosed by Schabron, J.F., G.W. Gardner, J.K. Hart, N.D. Niss, G. Miyake. 
and D.A. Netzei, The Characlftrization of PfiTrolfium Rfflidiia , United States Department 
of Energy Report DEMC/11 076-3539 (1993), hereby incorporated by reference. The 
isolation of componaits fix)m hydrocarbon materials, such as asphaltenes, can be based 
5 upon a solvent separation procedure based on the solubility difference between the 
precipitating solvent and the precipitated material. The solubihty (or lack thereof) of 
components of hydrocarbon materials can be dependent on both molecular weight and 
polarity considerations. The solubility parameter of a particular hydrocarbon material or 
residuum fraction probably constitutes a range that is reflective of the variety of chemical 
10 components of the fraction. The solubility parameter difference that results in a phase 
separation of two materials, such as asphaltenes in a solvent can be estimated using the 
Scatchard-Hildebrand equation, which involves several assumptions that take into 
account both the heat of mixing and entropy terms: 

h a, = In X, + M,/RTp,.[N3-(63 - 6f] 

15 where a, is the activity of the solute a, x, is the mole fraction solubility of a, M js the 
molecular weight of a, is the density of a, is the volume fraction of solvent, and (6, 
- 6 J is the difference between the solubihty parameters of the solute a and the solvent s. 
Assuming that the activity of asphaltenes a, is 1 (solid asphaltenes in equilibrium with 
dissolved asphaltenes as an example) and the volume fraction of an excess of solvent is 

20 essentially 1, the equation can be rearranged into a form that can be used to gain insight 
into the solubility of asphaltenes: 

hix, = -M,/RTp,.[(6,.6J^] 

Assuming molecular weights of 750 and 1,500 g/mole for two hypothetical 
25 asphaltene molecules, the solubility as a fimction of the differences between solubility 
parameters of the asphaltene molecules and a range of solvent solubility parameters can 
be calculated. 

Referring now to Figure 1, it can be understood that the solubility of an 
individual asphaltene molecule or complex decreases as the difference between solubility 



15 



parameters increases. Also, a lower molecular weight molecule is more soluble than the 
higher molecular weight molecule for a particular difference in solubility parameter. 
From the above equations, it is apparent that the solubility depends both on molecular 
weight and polarity of the particular asphaltene molecule or associated specie. In an 
5 asphaltene mixture, for example, there exists a polarity and molecular weight continuum 
as described by Schabron, J.F. and J.G. Speight, The Snlnhility and Three-nim^sional 
Structure of Aspha l tenes , Petroleum Science and Technology, 16 (3-4), pp. 361-376 
(1998), hereby incorporated by reference. 

Now referring to Figure 2, additional information can be gleaned by calculating 

10 the solubility parameter difference at several molecular weights ranging from 100 - 
10,000 g/mole at which the solubility of asphaltenic or other material is a mole fraction 
of about 0.001 (0.1 %, or 1,000 ppm). The results of this calculation defines a phase 
diagram that is a function of molecular weight and solubility parameter difference. As 
can be understood from the figure both polarity and molecular weight of asphaltenes in a 

15 solvent define the solubility boundary. This conceptually describes how asphaltenes can 
be precipitated from hydrocarbon materials, which can be considered a type of 
homogeneous mixture having a continuum of molecular weights and polarities which 
exhibit or have certain unimodal characteristics. Figure 2 also shows in a generalized 
manner that as the molecular weight of a particular solute decreases, there is an increased 

20 tolerance to polarity difference between solute and solvent under miscible conditions. 

The absolute difference in solubility parameters that will result in transition from 
the homogeneous mixture exhibiting unimodal characteristics to the heterogeneous 
mixture exhibiting or having multimodal characteristics such as a two-phase system (or 
other poly-phase system), or precipitation of a component, or deposition of carbon, for a 

25 particular system is not straightforward. Based on the above discussions and the results 
illustrated in Figure 2, some generalizations can be made. For a polymer to dissolve in a 
solvent, the solubility parameter of the solvent should be within about 1 (cal/cc)'^' of the 
solubility parameter of the polymer. For a non-polymeric solid material, such as 
naphthalene, to dissolve in a solvent, the difference in solubility parameters should be 

30 less than about 2 (cal/cc)'^'. And finally, for two liquids to be miscible, the difference m 
their solubility parameters should be less than about 7 (cal/cc)''' . 

Now referring to Figures 3 and 4, and the above discussion, an embodiment of 
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the invention can be a molecular weight - polarity map developed specifically for 
hydrocarbon material components. A molecular weight -polarity map can have a first 
axis having values relating to molecular weight. It may also have a second axis having 
values relating to solubility parameter. As can be understood, a particular molecule or 
5 associated specie in a hydrocarbon material occupies a single point, or molecular weight 
- polarity coordinate location (3) on, on the map. A mixture of molecules or mixture of 
molecules with associated species forming a continuum of polarity or apparent molecular 
weight values or a combination of both (either of individual molecules or individual 
molecules with associated species) can be visualized as occupying a particular area on 

10 the map. For a particular solvent, the solubility of a solute increases with decreasing 
polarity, decreasing apparent molecular weight, or a combination of the two. As a 
hydrocarbon material undergoes thermal alteration, solvent perturbation, or aging, the 
changes in the molecules or associated species can cause the points representing these 
materials to move to a different region of the map. This movement can illustrate at least 

15 one unimodal characteristic of hydrocarbon materials. Interestingly, the core material 
can comprise a variably adjustable core material having a molecular weight responsive to 
temperature change. Also, it is imponant to note that the core material may have polarity 
which is stabilized within a region of solubility even when the molecular weight may 
change. Thus, such a map can be used as a means of evaluating the characteristics of 

20 hydrocarbon materials or diagnosing processing conditions or the state of thermal 

degradation. It can also be used as a tool in efforts to diagnose and possibly intervene in 
the incipient precipitation of polar materials during hydrocarbon material processing. 

One embodiment of the phase diagram map can be developed by calculating the 
core material solubility regions, including the solubility region of asphaltenes, by 

25 determining solubility of core materials or asphaltenes in a variety of solvents. For 
example, solvents ranging from iso-octane, with a solubility parameter of 6.9 {cdUccY% 
to carbon disulfide, with a solubility parameter of about 10.0 (cal/cc)^* . As shown by 
Figure 4, the core material solubiUty region (1) can comprise between about 6.9 
(cal/cc/' to about 1 1.0 (cal/cc)''\ The map can be based on solubility-parameter-tuned 

30 solvent mixtures providing even spacing between a plurality of solvent tuned contour 
lines (2) of about 0.5 (cal/cc)'\ except for the last series between toluene: CS^ 
(55:45)(v:v) and CS^, where the spacing can be 0.6 (cal/cc)''". The border between the 
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soluble and insoluble regions is defined arbitrarily as the solubility of a mole fraction of 
0.001 (0. 1 %, or 1,000 ppm). This border is actually a point on a solubility gradient, 
where solubility increases towards the left-hand portion of a curve and decreases to the 
right. Naturally, other solvents or combinations of solvents could be used to create a 

5 range of solubility parameters having a different number or spacing with respect to the 
solvent tuned contour lines. As shown by Figure 4, a particular embodiment of the 
molecular weight -polarity map can be established by using a first solvent tuned contour 
line based on iso-octane, a second solvent contour line based on heptane, a third solvent 
tuned contour line based on heptanertoluene (2: l)(v:v), a fourth solvent tuned contour 

10 line based on heptane:toluene (1 :2)(v:v), a fifth solvent tuned contour line based on 
toluene, a sixth solvent tuned contour line based on toluenexarbon disulfide (55:45) 
(v:v), and an eighth solvent tuned contour line based on carbon disulfide. 

The molecular weight - polarity related coordinate location (3)(for clarity not all 
the coordinate locations have leaders and identification numbers) of a particular material 

15 on the map was determined by three measurements. First, a solubility or solvent 
spectrum of the material was obtained to detennine between what lines on the map the 
material lies. This was accomplished by performing a series of solubility measurements 
in a series of solvents of increasing or decreasing solubility parameters and determining 
their weight percentages of the soluble material Excess solvent to solute (40:1 v:w) 

20 ratios were used to minimize any potential effect of the solute on the overall solubility 
parameter of the system. Second, a number average molecular weight of the molecules 
or associated species mixture was determined on the isolated fractions using vapor 
pressure osmometry in toluene at 60° C. Third, the isolated fractions were analyzed 
using analytical-scale size exclusion chromatography. 

25 Ideal materials for demonstrating how the molecular weight- polarity map 

invention may apply to thermally treated hydrocarbon material having imimodal 
characteristics are bench-scale stripper bottoms oils (although the example is not meant 
to reduce the scope of invention to such materials or to such scale) which were generated 
as listed below: 

30 A. Stripper Bottoms - 273 T (525 T) 

B. Stripper Bottoms - 343 T (650 T) 

C. Stripper Bottoms - 371 °C (700 °F) 
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These three stripper bottom represent a series of increasing severity of thermal 
treatment at atmospheric pressure for the same hydrocarbon material. In the sequence of 
increasingly severe treatment, the A bottoms were fed into the B unit, whose bottoms 
were fed into the C unit. These particular materials were allowed to remain in the 
5 strippers as they cooled down. Both Materials A and B were fiilly soluble in toluene, 
while Material C contained 13.5 weight percent toluene insoluble material, which yielded 
17.9 weight percent ash. 

With respect to the first measurement, as discussed above and now referring to 
Figure 3, a solubiUty or solvent spectrum of the material was obtained using the solvent 

10 extraction sequence illustrated. All solvents used were reagent grade or better from 
commercially available sources. Iso-octane asphaltenes were first obtained by heating the 
whole residua with a 40: 1 (v:w) portion of iso-octane to about 70 for 1 hour with 
stirring. The mixture was stirred at room temperature overnight, then allowed to set for 
at least 0.5 hour prior to vacuum filtering through a medium fiit (10-15 jim) sintered 

15 glass filter. To remove solvent firom the insolubles, air was passed through the filter for 5 
min, they were placed in a vacuum oven at 120 °C and 23 inches Hg vacuum for 1 hour, 
were cooled, then weighed. A 40: 1 ratio (v:w) of n-heptane was mixed with the 
insolubles and stirred overnight. The insolubles were filtered using vacuum filtration 
through a medium glass filter. These steps were repeated with the series of solvents 

20 shown in Figure 4. At the end of the series, the carbon disulfide insolubles (including 
coke) were ashed in a muffle fiunace at 400 °C overnight to obtain weight percent ash. 

With respect to the second measurement, nimiber average molecular weights 
were determined with a Knaur vapor pressure osmometry (VPO) instrument using 
toluene at eO^'C (ASTM D-2503). Detenninations were made with 1- 4 weight percent 

25 sample solutions. Benzil was used for calibration. 

With respect to the third measurement, high-performance analytical scale size 
exclusion chromatography (SEC) results for the fractions are listed in Table 3. Portions 
of 150 uL of 0.2 weight percent solutions of the fi*actions were injected (0.3 mg). The 
values are reported relative to polystyrene standards having known molecular weight 

30 analyzed under the same conditions. As such, the standards must be used with caution 
since polystyrene and the hydrocarbon material or residua components are different 
materials. 
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The compiled data for the three stripper bottoms materials are presented in Table 
2. Again referring to Figure 4, the molecular weight - polarity map invention developed 
from the data and the effects of the thermal treatment on the three heavy oils prior to and 
during coke formation. The molecular weight - polarity map invention "peels''' the 
5 layers of association with respect to a hydrocarbon material having unimodal 

characteristics. The gravimetric data show the progression towards more polar species 
as the severity of thermal treatment increases. Material C is generating both carbon or 
coke, or carbon or coke precursors (Fractions 6 and 7). 

Table 2. Solubility Map Data for Three Stripper Bottoms 

.0 

Fraction (Sec Figure 3.) 





Sanpie Measuremem 


i 


2 


a 


4 


5 


6 


2 


coke. 


ash 




A 


Weight Percent 


85.9 


0.8 


6.3 


5.1 


0.7 


l.l 


0.1 


<0.i 


<0.l 


15 




VPOMng/mole 


474 


1260 


4040 


17000 


23000 
















8.4 


9.2 


8.8 


8.8 


9.2 












B 


Weight Percent 


83.4 


0.9 


6.7 


5.5 


1.0 


2.2 


0.1 


0.2 


<0.1 






VPO Mn g/mole 


542 


1180 


3580 


12000 


14000 














6 (caycc)''' 


8.4 


9,2 


8.8 


8.8 


9.2 










20 


C 


Weight Percent 


64.0 


2.0 


5.3 


5.8 


2.9 


4.5 


1.5 


11.5 


2.5 






VPO Mn g/mole 


516 


684 


1320 


2920 


6800 














5 (cai/cc)'* 


9.0 


9.9 


9.6 


9.5 


9.5 











The data also show that the number average molecular weights of the iso-octane- 
25 soluble maltenes are about the same for all three oils. The molecular weight of each of 
the more polar fractions decreases significantly with thermal treatment. The main 
difference between the various polar fractions for a particular material seems to be 
molecular weight. The solubility parameters are similar for a particular series of polar 
materials with large differences in apparent molecular weight. This leads to the 
30 speculation that a residua colloidal system self-adjusts to lower the overall energy of the 
system by matching as closely as possible the polarity of the associated complexes to the 
solvent matrix (iso-octane maltenes). This appears to occur by automatic adjustment of 
the apparent molecular weights of the complexes. 
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For the pyrolysis series, the higher molecular weights are probably due to associated 
species, which the thermal treatment is breaking ^art* This results in an ov^all less 
stable colloidal-type system with increasing severity of thermal treatment, as was 
observed with the Heithaus titration data discussed below. Also, significant cracking has 
5 taken place in Material C, which further reduces the apparent molecular weight of the 
corresponding fractions soluble in the various solvents compared to Materials A and B. 
The solubility parameters (polarities) of the fractions from C are larger than the 
corresponding fractions from A and B, The data clearly show some significant 
dijfferences between Material C, and the less severely treated Materials A and B. 

10 

Table 2. High-Performance Size Exclusion Chromatography Results 
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Exaction 

A (271 °r/525 ^F) 



Size Fxclusion Chromatog raphy 
MsL Mn Range! 



M w /Mn 



VPO 
Mn 





1 


928 


422 


210-2200 


2.20 


474 




2 


1490 


585 


270-3400 


2.55 


1260 




3 


2440 


772 


340-5600 


3.16 


4040 




4 


2240 


618 


260-5400 


3.62 


17000 


20 


5 

B(343°C/650''F) 


2120 


523 


210-5300 


4.05 


23000 




1 


923 


439 


220-2100 


2.10 


542 




2 


1320 


539 


250-3000 


2.45 


1180 




3 


2110 


703 


310-5000 


3.00 


3580 


25 


4 


2090 


611 


260-5000 


3.42 


12000 




5 


1930 


510 


210-4800 


3.78 


14000 




C (371 °C/700 T) 














1 


705 


395 


210-1500 


1.78 


516 




2 - 


788 


388 


190-1800 


2.03 


684 


30 


3 


1140 


481 


220-2600 


2.37 


1320 




4 


1350 


516 


230-3200 


2.61 


2920 




5 


1230 


455 


200-2900 


2.70 


6800 



21 



a. From elution volumes at 10% to 90% of peak area 

Except for the number average molecular weight values for the extracted iso- 
octane maltenes for all three materials (Fraction 1), the values are significantly lower 
5 than the number average molecular weight values determined by VPO. The discrepancy 
cannot be wholly attributed to the use of polystyrene standards and the non-uniform 
response with refractive index detection from residua components of differing 
functionality. Some adsorption of materials on the polystyrene-divinylbenzene 
stationary phase may be occurring also. The values determined by VPO represent the 

10 apparent number average molecular weights in 1 - 4 weight percent toluene solutions. 
An additional possible effect may be that associative complexes that give apparent high 
VPO molecular weight values in solution break down during the SEC separation for 
Fractions 4-5 for all three materials, resulting in significantly lower apparent number 
average molecular weight values than the corresponding VPO values. To check this 

15 fiirther, various amounts of one of the fractions for which sufficient material was 
available were injected onto the high-performance SEC column. The fraction was 
Material A, Fraction 4 which gave an apparent VPO molecular weight of 17,000 g/mole 
and a SEC number average molecular weight of 618 g/'mole (Table 2). 

Now referring to Figure 5, which shows the results from injections of 100 uL of 

20 toluene solutions containing 0.3 - 15 mg onto the SEC columiL As more material was 
injected, the retention volume decreased, indicating an increase in associations or 
apparent molecular weight For the 7.5 mg injected, the peak split into two peaks, 
suggesting the presence of significant associations. This peak splitting and elution 
volume shortening phenomenon was not observed when a polystyrene standard with a 

25 molecular weight of 400 g/mole was injected under identical conditions. Thus, the peak 
splitting phenomenon is not likely due to overloading the column with sample. For 
injections of 0.3 to 7.5 mg, the material eluted in about 3 mL of toluene. The 
concentration at which significant complex formation begins for this asphaltenic material 
is estimated to be at the point where the peak splits. This occurs somewhere between 1.5 

30 and 7.5 mg injected diluted into about 3 mL toluene elution solvent, which is between 
about 0.06 - 0.3 weight percent. This result may be consistent with the results of 
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Andersen and Birdie, who reported a critical micelle concentration of asphaltenes in 
toluene near 0.38 weight percent using calorimetric titration. Andersen, S.I. and K.S. 
Birdi, Aggregation of Asphaltenes as Determined h y Calorimetry , Journal of Colloid and 
Interface Science, 142, pp. 497-502 (1991). 
5 As can be understood from the table, as with the VPO data, the SEC number 

average molecular weights for a particular fraction generally decrease with increasing 
severity of thermal treatment. The polydispersity Mw/Mn, an indicator of molecular 
weight distribution, also decreases for a particular fraction with increasing severity of 
thermal treatment 

10 Now referring to Figure 6, chromatograms appeared as essentially symmetrical 

peaks with one exception — the iso-octane maltenes (Fraction 1). These chromatograms 
show a leading high molecular weight shoulder component (4) in the 273 °C (525 *^F) 
material, which was smaller for the 343 ''C (650 °F) material and was not evident for the 
371 ^C (700 °F) material. As such, this component of the iso-octane maltenes having an 

15 apparent high molecular weight appears to be related to at least one unimodal 

characteristic of hydrocarbon materials which can be destroyed with increasing severity 
of thermal treatment. 

An embodiment of the invention based on this finding comprises an indicia of 
stability„5g based upon the steps of detecting this unimodal characteristic stability 

20 component having apparent high molecular weight This approach may comprise 

providing a hydrocarbon material component analysis device, or devices in combination, 
which can be a size exclusion chromatography device as described above, or could also 
be other devices for identifying the apparent high molecular weight unimodal stability 
component such as a mass spectrometry device, an infrared spectrometry device, a raman 

25 spectroscopy device, gel phoresis device, paper chromatography device, or nuclear 
magnetic resonance device. Naturally, each hydrocarbon analysis device could be 
configured, as would be well known to those of skill in the art, so that the unimodal 
characteristic stabihty component could be identified. While in the example above, 
maltenes were extracted into iso-octane, other solvents, or other devices could be used to 

30 isolate the corresponding maltenes containing the unimodal characteristic stability 
component from the hydrocarbon material. Thereafter, detection of the unimodal 
stability component could comprise observing elution of the apparent molecular weight 
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of the unimodai characteristic stability component directly as described above for size 
exclusion chromatography where the apparent molecular weight can be equal to or larger 
than about 500 gram per mole. As the amount of the unimodai characteristic stability 
component approaches zero continued thermal processing results in carbon deposition 

5 including coke fonnation. 

Now referring to Figure 7, in addition to the above-mentioned three 
measurements, automated Heithaus titration was performed with the toluene-soluble 
components of hydrocarbon material (although other dissolvents could be used such as 
benzene, xylene, ethylbenzene, similar aromatic hydrocarbons). This method comprises 

10 preparing three toluene solutions at different concentrations of hydrocarbon material. 
Each can be titrated with a weak solvent such as iso-octane (although other weak 
solvents could be used such as pentane, hexane, heptane, hexadecane, or similar aliphatic 
hydrocarbons) with a titration device. The weight of residua or asphalt (WJ, the volume 
of toluene (VJ, and volume of iso-octane titrant (VJ are recorded at the flocculation 

15 point where asphaltenes just begin to precipitate for each solution. The flocculation ratio 
and dilution concentration are calculated as follows: 

FR = Flocculation Ratio ^ VJiV, + 

C = Dilution Concentration = W,/(V^ + VJ 

A plot of FR versus C can be made and the intercepts determined (FR^ 
20 C^J. The Heithaus parameters are defined as follows: 

p^ = 1 - FR„„ Pepttzability of Asphaltenes 

Po = F^max X {l/C^in ^) Solveut Powcr of Maltenes 

P == pjil'pj = 1/Q,„ +1 Overall Compatibility of Residua 

Larger values of p^ may indicate more peptizable asphaltenes, and larger values of P 
25 indicate an overall compatible system, A larger p^ value is subject to a mixed 
interpretation. 

The Heithaus parameters for these three stripper bottoms materials are provided in 
Table 4. The results show that the three bottoms materials are becoming less stable with 
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increasing severity of thermal treatment. The results also show a significant difference 
between Material C, which is producing coke or carbonaceous material, and Materials A 
and B, which are not yet near coke production or carbon deposition. 



Table 4. Heithaus Titration Results for Three Stripper Bottoms 

5 

Material 

Heithaus Parameter A (525 °F) B (650 ^F) C (7Q0 ^F) 

p, 0.668 0.638 0.364 

Po 0.766 0.805 1.09 

10 P 2.31 2.23 1.71 

p/C^., Ratio 0.87 0.78 0.26 



Another way of evaluating FR^^ can be that it is the volume fraction of toluene in a 
toluene- iso-octane mixture, assuming additive volumes. By knowing the solubihty 

15 parameter of both solvents, the solubility parameter at FR„„ can be calculated. FR^is 
thus a measure of the solubility parameter at infinite dilution at which asphaltenes begin 
to precipitate. Such measurements also may have applicability in predicting precipitation 
of asphaltenes for mixtures of two or more residua, A relatively larger FR„„ indicates a 
less soluble asphaltene. Since solubility depends on both molecular weight and polarity, 

20 this can be due to a higher molecular weight or more polar asphaltene, or both. C^^^is 
the ratio of residua to titrant (iso-octane for this example although other solvents can be 
used) at which asphaltenes begin to precipitate, A larger C^^^ indicates a less compatible 
system (smaller P). Assuming that asphaltene flocculation occurs at a particular 
solubility parameter for a particular residua, it is apparent that both FR^^ and C^j„ and 

25 the line connecting them are at the same solubility parameter. 

- The solubility parameter at which asphaltenes begin to precipitate (at FR^ and 
the solubility parameters of the residua matrix (at C„,„) were calculated and are listed in 
Table 5 for the three stripper bottoms. Both the solubility parameter for the whole 
residua and the solubility parameter of the onset of asphaltene flocculation increase with 
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increasing severity of thermal treatment. The material that has been heated to the point 
of coke production is significantly more polar than the same material prior to coke 
production. This is also reflective of cracking and the removal of less polar distillates 
with heating. 

5 Table 5. Solubility Parameters for Whole Residua and Asphaltene Precipitation Onset 

Solubility Parameter, 5 (cal/cc)^' 
Material Whole Residlia Asphaltene Predpitatinn Ongf^t 

A(525^F) 8.4 7.6 

10 B(650^F) 8.5 7.6 

C(700^F) 9.1 8.2 



Now referring to Table 4, another embodiment of the invention based on the titration 
data provides an indicia of stability defined as vJC^,,, This indicia of stabilityp3,emm can 

15 be based on the above described consideration that p^ decreases and C^^^ increases as the 
overall stability of the unimodal characteristics decreases. A threshold of 
instabilityp^cimn value for can be assigned at a value within the range of about 0.1 to about 
0.4. The indicia of stabilityp3^cnun a particular hydrocarbon material can be compared 
to the threshold of instabilityp^cmm- As can be understood for residuum C in Table 4 the 

20 Pa/C„,„. has decreased from a value of 0.87 to a value of 0.26. The first value mdicative 
of a relatively stable hydrocarbon material having unimodal characteristics while the 
second value suggests that the material has acquired some degree of multimodal 
character, which may include the formation of coke. 

Now referring to Table 6, another embodiment of the invention can be an indicia of 

25 stability based upon determining the amount of precipitated asphaltenes which are 
soluble in a solvent having a polarity between that of the precipitating solvent and a 
solvent -which can dissolve the precipitated asphaltenes completely. For the three 
stripper bottoms, as an example, asphaltenes were precipitated using heptane, although 
other precipitating solvents can be used including iso-octane, pentane, or hexane for 

30 example. The precipitated asphaltenes can then extracted with a second solvent, in this 
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example cyclohexane, having polarity that is between the precipitating solvent and a 
polarity which would substantially dissolve the precipitate completely. Other solvents 
could be used as the second solvent depending on which solvent was used as the 
precipitating solvent such as pentane, heptane, or heptane: toluene 1 : 1 (v:v), 

5 Table 6. Solubility of Heptane Asphaltenes in Two Solvents with 6 = 8.2 (cal/cc)!/2 

wt.% Heptane wt.% Asphaltenes Soluble in: 

Material Asph a l te nes Cyclohexane Heptane: tnlnme (M) (w) 

A(525°F) 11.9 14.0 63.2 

10 B(650°F) 14.2 10.8 52,4 

C(700°F) 22.4 1.8 26.9 



As can be understood from Table 6, both hydrocarbon materials A and B are fully 
soluble in cyclohexane, yet the heptane asphaltenes are only partially soluble. Again, 

15 this is due to the associated unimodai nature of these materials. The cyclohexane-soluble 
components of the asphaltenes can reflect the state of the solubilizing resins in these 
materials. The disappearance of the cyclohexane-soluble portion of heptane asphaltenes 
as the stripper bottoms are increasingly heated is illustrated by the data for the stripper 
bottoms and appears to coincide with acquired multimodal characteristics, including coke 

20 formation. As such, an indicia of stability reflects an observed amount of precipitated 
asphaltenes soluble m the second solvent 

It is interesting to note that the solvent mixture heptane: toluene (1 : l)(v:v), which has 
the same solubility parameter as cyclohexane, (8.2 (cal/cc)'''"), gives a larger yield of 
soluble material than cyclohexane from the heptane asphaltenes for each of the three 

25 stripper bottoms. A likely explanation is that in addition to the solubility parameter, 
there is a chromatographic effect due to the presence of toluene in the mixed solvent. 
Possibly toluene is displacing some associated material from the associated asphaltene 
complex. Although solubility parameters of mixtures are additive with the volume 
fractions of the components, chromatographic solvent strengths are not. The first small 

30 portion of a stronger chromatographic solvent in a mixture with a weaker one increases 
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the overall chromatographic solvent strength ahnost exponentially. This is a plausible 
explanation of the data in Table 6. This also provides additional evidmce for the 
presence of associated species in a hydrocarbon material having unimodai characteristics. 
Again referring to Table 6, another embodiment of the invention can comprise an 
5 indicia of stability,,, be established by determining the weight percent asphaltenes 
soluble in the second solvent (Y) to the weight of the asphaltenes precipitated by the first 
solvent (X). A larger weight percent asphaltene would indicate a greater coking 
tendency, as would a smaller weight percent soluble portion of the asphaltenes. A 
threshold of instability^,/^ can be assigned a value of between about 0.0 to about 1.0. The 

10 indicia of stability^,, can be compared to the threshold of mstabilityy, to determine the 
proximity of a hydrocarbon material to acquiring multimodal characteristics. 
The ratio values for the three stripper bottoms are 1.2, 0.76, and 0.08 for the materials 
treated at 273, 343, and 371 °C (525, 650, and 700 °F), respectively. The proximity of 
the hydrocarbon to acquiring multimodal characteristics, including coke formation, is 

15 closer as the value for this indicia of stability approaches zero. 

To fiirther define aspects of the unimodai character of hydrocarbon materials, and 
illustrate the universal appUcabihty of the above-described indica of stability, thresholds 
of instabiUty, or their application to assessing proximity of the unimodai characteristics 
to acquisition of multimodal characteristics, including carbon deposition or coke 

20 formation, five additional hydrocarbon materials were evaluated. These petrolemn 
residua were Boscan, California Coastal, MaxCL, Redwater, B.C., and Vistar. While 
these particular residua were the focus of the following examples, their choice is not 
intended to limit the ^pUcation of the described embodiments of the invention solely to 
such hydrocarbon materials. Embodiments of the invention may have application over a 

25 broad range of hydrocarbon materials such as other petroleum residua, heavy oils, coal 
tars, shale oils, asphalts, or the like. 

Now referring to Figures 8 and 9, and Tables 7 and 8, indicia of stabiHtyp^„„, and 
indicia of stabihtyy,, from the cyclohexane soluble portions of precipitated asphaltenes 
for the five hydrocarbon materials are illustrated. For these determinations, hydrocarbon 

30 materials were pyrolyzed at 400 °C for 60 and 90 minutes. Pyrolysis experiments were 
conducted in a stirred batch reactor system constructed from 4-mch diameter stainless 
steel pipe charged with about 120 g of hydrocarbon material. The reactor was heated to 
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the desired set point temperature (400 °C) and held at that traiperature for the duration of 
the experiment At the end of the experiment, the reactor was allowed to cool and the 
contents of the reactor were recovered. The carbon solids or coke can be separated from 
the product oil by solubility in toluene. 
5 The amount of caibon solids formed at both 60 and 90 minute residence times was 
evaluated in terms of the above mentioned indica of stability. Heithaus titrations could 
not be performed on the 90 minute pyrolysis products because of sample instability and 
the immediate formation of precipitate in the titration cells. Therefore, the pJC^^^^ 
embodiment of indica of instability was not determined for the 90 minute products. 
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Table?. Heithaus Titration Results and p^Q^^ Indicia of Stability 





Material 


P. 


Po 


P 








Redwater, B.C. 












5 


Original 


0.698 


0.749 


2.48 


0.676 


1.0 




Pyrolyzed 60 min. 


0.422 


0.753 


1.30 


3.19 


0.13 




Pyrolyzed 90 min. 


0.162 


0.878 


1.05 


21.1 


0.0076 


10 


CAJZoastal 
Original 


0.614 


1.12 


2.89 


0.529 


1.2 




Boscan 














Original 


0.691 


0.992 


3.21 


0.452 


1.5 




Pyrolyzed 60 min. 


0.245 


0.905 


1.20 


5.00 


0.049 


15 


Pyrolyzed 90 min. 


0.285 


0.717 


1.00 


434 


0.00 




MaxCL 














Original 


0.682 


0.758 


2.38 


0.725 


0.94 




Pyrolyzed 90 min. 


0.152 


0.973 


1.15 


6.80 


0.022 




Yistar 












20 


Original 


0.616 


0.916 


2.38 


0.722 


0.85 




Pyrolyzed 60 min 


0.373 


0.831 


1.32 


3.08 


0.12 



As can be understood from Figure 8, as indicia of stabilityp,^cmm approaches about 0. 1 
25 the unimodal character of the hydrocarbon material becomes unstable which may be 
accompanied by carbon deposition or coke formation. 
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Table 8. Hq)tane Asphaltenes and Asphaltenes Soluble in Cyclohexane 



Weight Pfimsnt 

X: Heptane Y: Asphaltenes 

Residm i m Asphaltenes* Solnhle in P ycloheyane Y/X 



Redwafflr, R C 

Original 11.7 
10 Pyrolyzed 

60 min. 15.9 

90 min. 17.1 



41.4 

14.7 
6.0 



3.5 

0.92 
0.35 



Wt% 
Toluene 

Tnsohihles 
(Coke) 

<0.01 

0.2 
2.9 



Original 19.7 
15 Pyrolyzed 

60 min. 13.9 

90 min. 11.6 



23.1 

4.5 
5.7 



1.2 

0.32 
0.49 



<0.01 

4.4 
7.9 



Bi2S£an 

Original 19.8 
20 Pyrolyzed 

60 min. 15.6 

90 min. 12.5 



40.6 

5.3 
2.6 



2.1 

0.34 
0.21 



<0.01 

7.5 
11.2 



MaxCT. 

Original 18.1 
25 Pyrolyzed 

90 min 19.8 



45.8 



3.6 



2.5 



0.18 



<0.01 



7.0 



Vistar 
Original 



18.0 



36.8 



2.0 



O.Ol 
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Pyrolyzed 

60min. 18.2 13.2 0.73 0.2 

90min. 9,5 3,8 0.40 6.2 



5 a. Weight percent of toluene soluble material 

Similarly it can be understood from Figure 9, that indicia of stabilityy^^ (weight 
percent of precipitated asphltenes soluble in cyclohexane to asphaltenes soluble in 
heptane) (although other solvent pairs can be used as discussed above) approaches about 

10 1 .0 the hydrocarbon material becomes unstable which may be accompanied by carbon 
deposition or coke formation. 

The plots dramatically illustrate the diagnostic potential of the indicia of stability and 
indicia of instability in measuring how close a hydrocarbon material may be to acquiring 
multimodal characteristics including carbon deposition such as coke formation. 

1 5 Additional relationships, in addition to those described above, have also been 
considered in evaluating these hydrocarbon materials. As a result additional 
embodiments of the invention for evaluation of unimodal character of hydrocarbon 
materials have been delineated. As discussed above and in greater detail below 
hydrocarbon materials having unimodal characteristics can be considered to be a series of 

20 components functionally related by a continuum of polarity in which core materials such 
as polar asphaltene materials are dispersed in a solvent phase. 

Extensive experimentation was conducted to create a theoretical model to analyze 
unimodal characteristics related to hydrocarbon material and their transition to 
multimodal characteristics. The experimentation was also directed to elucidate aspects 

25 of the theoretical model for unimodal character which could be practically measured or 
valued. The model focuses upon association of components in hydrocarbon materials. 
Resins and solvent layers associated about a core material of hydrocarbon materials such 
as asphaltene (although the core material may be other polar components of hydrocarbon 
materials or may include other components associated with the asphaltene), and solvated 

30 core materials interacting with each other in an ordered hydrocarbon material system. 
Additional solvent can be associated with or trapped between the solvated core material. 
The model defines a hydrocarbon solvation shell magnitude term K (K=Ks» Kp) 
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representing the amount of solvent adsorbed around a core material such as an asphaltene 
(Kg) or the solvent associated with or trapped by a group of solvated core materials (K^) 
in an ordered unimodal system. For hydrocarbon materials such as the petroleum residua 
evaluated, K values ranging from 3-6 at 25*=*C can be typical. As a hydrocarbon material 
5 is heated K decreases, indicating a decreasing amount of trapped solvent associated with 
the solvated core materials in the hydrocarbon material and flocculation of the core 
material may result. This may be a reversible process on cooling, unless pyrolysis 
reactions begin, at temperatures above 340 °C. Solvation constants (K) 
are derived using: 

In the equation, K is the overall solvation constant for the hydrocarbon material, 
is the ratio of the size of the solvated core material to the size of the core material itself, 
Kp is the amount of solvent otherwise associated with the solvated core materials, is 

15 the mass fraction of heptane asphaltenes, divided by an assumed density of 1.2 grams per 
cubic centimeter to yield the size fraction of the core materials, and tj^j is the relative 
viscosity. To estimate relative viscosities, core material precipitation with can be 
performed with a solvent such as heptane. Zero shear viscosities (t], cps) are measured 
for a hydrocarbon material and for the corresponding heptane maltenes (if, cps). The 

20 ratio of-q/rf is called the relative viscosity (r|„i) and is diagnostic of the manner in which 
core materials such as asphaltenes are suspended in a solution of maltenes. This value is 
somewhat dependent on the solvent used to precipitate the asphaltenes and is related to 
the state of peptization. A higher relative viscosity indicates a more significant unimodal 
characteristic. The effective core material volume fraction, is given by multiplying K 

25 by the volume fraction of heptane asphaltenes. 



Values of Ks for a hydrocarbon material can indicate whether or not unimodal 
character is present The value of can depend on the experimental data used. For 



example, relative viscosities using heptane or iso-octane maltenes may vary somewhat. 
Results from the determination of using more than one approach, for a wide selection 
of hydrocarbon materials having unimodal characteristics, show that for unpyrolyzed 
hydrocarbon material such as petroleum residua the typical value of Kg is 1.6, With 
5 pyrolysis (>340 ^C), there is a carbon deposition or coke induction period during which a 
multimodal system begins to fonn as discussed by Schabron, J.F., A.T. Pauli, and IF, 
Rovani,Jr., Pe t r oleum Residua Solnhitity Parameter/Polanty Map: Stability ?;tnHiPg 
Residua Pyrolysis, WRI Report 99-R004 to DOE under Cooperative Agreement DE- 
FC26-98FT40322 (1999), hereby incorporated by reference. With continued pyrolysis, 
10 carbon deposition or coke begins to form as the unimodal characteristics have broken 
down irreversibly. When this occurs, relative viscosity measurements have no validity. 
Thus, to estimate Kp and Kg for pyrolyzed hydrocarbon materials, alternative calculations 
can be used. In these equations, Xcy 

is the weight fraction of heptane asphaltenes soluble in cyclohexane, and p^ is the 

15 Heithaus parameter, each as described above. 

Now referring to Figures 10, 11, and 12, and Table 9, the theoretical basis for 
additional embodiments of the invention becomes evident when values for these tenns 
are determined before and after pyrolysis at various severities. Table 9 Usts the values of 
Kg, Kp, and K and weight percent carbon deposition or coke for the five residua. The 

20 data are plotted in Figures 10, 1 1, 12, respectively. 
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T^le 9. Kg, i^, and K values for the Originai and Pyrolyzed Residua 



Toluene 

RfisidumiL ^HW-Xc^ Kp=(l/(l-pJ Insoluhles 
5 (Coki^' 
Redwater, B.C. 

Original 1.7 3.3 5.6 O.Ol 

Pyrolyzed 

60min. 1.2 1.7 2.0 0.2 

10 90min. 1.1 1.2 1.3 2.9 

Original 1.3 2.6 3.4 <0.01 
Pyrolyzed 

60min. 1.0 b - 4.4 

15 90min. 1.1 b - 7.9 

Boscan 

Original 1.7 3.2 5.4 <0.01 
Pyrolyzed 

60 mill. 1.1 1.3 1.4 7.5 

20 90min. 1.0 1.4 1.4 11.2 

MaxCL 

Original 1.8 3.1 5.6 <0.01 

Pyrolyzed 

90min 1.0 1.2 1.2 7.0 

25 Yistar- 

Original 1.6 2.6 4.2 <0.01 
Pyrolyzed 

eOmin. 1.2 1.6 1.9 0.2 
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90 min. 



1.0 



b 



6.2 



a. Weight percent of toluene soluble material 

b. Heithaus titration not possible due to multi phase product 

5 It becomes apparent upon review of the plotted data, that a hydrocarbon material may 
have sufficient association between components to manifest unimodal characteristics 
such as a size ratio of the core material to the solvated core material (K^) when K3 has a 
value equal to or greater than about 1.1, or a size ratio of a plurality of solvated core 
materials to other associated solvent (Kp) when Kp has a value equal to or greater than 

10 about 1 .4, or a sufficient solvation shell (K) when K has a value equal to or greater than 
about 1 .5. For example, hydrocarbon materials having unimodal charateristics may 
comprise an amount of asphaltenes having polarity, an amount of solvents having lower 
polarity than the asphaltenes, and a sufficient amount of resins having a polarity 
intermediate to the polarity of the asphaltenes and the lower polarity of the solvents to 

1 5 establish a solvation shell (K)= (K^ • Kp) at a value equal to or greater than about 1.5. 
These ascertainable measures of the unimodal characteristics of hydrocarbons with 
respect to K5, Kp, and K constitute important embodiments of the invention . 

As can easily understood, K^, Kp, and K for a particular hydrocarbon material may be 
as indicia of stability for the unimodal characteristics of a hydrocarbon material. A first 

20 indicia of stabihty may comprise determining an average size ratio of the solvated core 
material to the core material itself (indicia of stability^J, or determining an average size 
ratio of associated solvent around a plurality of solvated core materials to the core 
material itself (indicia of stability^p), or determining a size ratio of the associated solvent 
and solvation shell to the core material itself (indicia of stabilityj^). Naturally, these 

25 relationships could be expressed in other terms or by the use of other devices and still 
provide effective indicia of stability. 

Naturally, these size ratios may be determined using a variety of instruments such as 
a nuclear magnetic resonance spectroscopy device, a nuclear magnetic resonance 
tomography device, a mass spectrometry device, an infirared spectrometry device, a 

30 microscope device, a raman spectroscopy device, a size exclusion chromatography 
device, a gel electrophoresis device, or a paper chromatography device. The size ratios 
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may be detennined prior to processing of the hydrocarbon material or during processing 
of the hydrocarbon material. For example, nuclear magnetic resonance imaging has 
shown that at least two distinct phases are present after pyrolysis with subsequent coke 
formation. 

5 It can be further understood that estabUshing a threshold of instability for unimodal 
characteristics of hydrocarbon materials may comprise assigning a threshold of 
instability to size ratios having a value of Kg at about 1 . 1, or Kp at about 1 .4, or K at 
about 1.5. Below these values the level of association between components in a 
hydrocarbon material may be insufficient to exhibit unimodal character and transition to 

10 multimodal character may be initiated including heterogenous mixture formation, carbon 
deposition, or coke formation. Importantly, various embodiments of the invention allow 
for comparison of determined indicia of stability to the detennined thresholds of 
instability with respect to Kg, Kc, or K so that the proximity of a particular hydrocarbon 
material to formation of multimodal characteristics. This may comprise comparing the 

1 5 value of Kg for a given hydrocarbon material to the threshold of instability value of K^. 
Similarly, the value of Kp for a given hydrocarbon material to the threshold of instability 
value of Kp, or the value of K for a given hydrocarbon material to the threshold of 
instability value of K. An approach which was not used prior to the instant invention. 
Another embodiment of the invention can be based upon the firee solvent volume of 

20 the hydrocarbon material. The firee solvent volume ofhydrocarbon materials having 
unimodal character relates to the fraction of the total solvent that is not associated with 
the core materials or associated with or trapped by a plurality of solvated core materials. 
This indicia of stability can correlate with the amount of initial carbonaceous deposition, 
including coke formation, below pyrolysis temperatures or the initial amount of 

25 carbonaceous deposition formed in the early stages of a pyrolytic process. This indicia 
of stability does not include the amount of carbonaceous deposition when pyrolysis is 
carried to completion. The total amount of carbonaceous deposition, including 
deposition of coke, may be estimated by further determining the hydrogen-carbon ratio 
of the hydrocarbon material. This ratio is subsequently used to calculate the weight of 

30 the total carbon content of an amount ofhydrocarbon material as would be well known to 
those with skill in the art. With respect to free solvent volume ((|)ps)» one manner of 
determining ({>ps comprises 4>fs ~ [1"^ (^^^"PJ (Xa^^ -2)]. The average for 
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unpyrolyzed hydrocarbon material value can be about 1.6. Values for (|)fs correlate to 
deposition of carbonaceous material when the value for is held constant Thus the 
only measurements which may be required to determine (j)ps - [l-K, (l/l-pj {xyi.2)] in 
this manner can be the value of weight percent heptane asphaltenes (xj and the value of 

5 petizabiltiy of asphaltenes (pj. Other methods ofdetermining free solvent volume, or 
modifying the values relating structure consideration such as H/C ratio, or fraction of 
bridge head aromatic carbons may be used, and are encompassed by the invention. 

Regarding this embodiment of the invention, the weight percent heptane asphaltenes 
(X J, and the value of petizabiltiy of asphaltenes (p^) may be determined as discussed 

10 above. Keeping in mind that the concept can work with other precipitating solvents and 
other dissolvents as discxissed, 

Tb® Pa, Xa, 2nd the 4)ps for five hydrocarbon materials having unimodal characteristics 
were determined. The data for these determinations was compiled and provided in Table 
10. 



15 Table 10. Free Solvent Volumes at 25 °C 



Residuum 


X/1.2 


Pa 


^p* 


Redwater, B.C. 


0.097 


0.698 


0.49 


CA Coastal 


0.164 


.0614 


0.32 


Boscan 


0.165 


0.691 


0.14 


MaxCL 


0.151 


0.682 


0.24 


Vistar 


0.150 


0.616 


0.38 



a.K,=1.6 

The five hydrocarbon materials were pyrolyzed in five (5) gram reactor 
tubes at 400° C for 90 minutes. The initial amount of carbonaceous deposition, 
25 including cdke deposition, is set out for each hydrocarbon material in Table 1 1 . 

Table 1 1 . Initial Coke Make in Tube Reactor for 90 Minutes at 400°C 
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Residuum 



Toluene Insolubles (Coke), Wt. % 



Redwater, B.C. 13 

CA Coastal 7.2 

Boscan 10.6 

5 MaxCL 8.4 

Vistar 4.3 



Now referring to Figure 13, which is a plot of initial deposition of carbonaceous 
material versus As can be understood, from the plot as (j)ps decreases the amount of 
initial carbonaceous material that forms increases for a given set of processing 

10 parameters. As such, an embodiment of the invention provides an indica of stability 
based upon (j)ps with respect to predicting the amount of initial carbonaceous deposition. 
Moreover, plots of initial carbonaceous material formation versus <|)ps could be generated 
for any variety of hydrocarbon materials for particular processing conditions, such as 
different pyrolysis temperatures or for different pyrolysis times or in various 

15 combinations, to rank the hydrocarbon materials in terms of relative carbon deposition 
potential based upon <{)ps. 

As can be further understood additional embodiments of the invention may 
include selecting distillation parameters to distill hydrocarbon material having unimodal 
characteristics use predetermined indicia of stability to avoid reaching the threshold of 

20 instability. By distilling hydrocarbon material using distillation parameters that take into 
account or compare the indica of stability to the threshold of stability, prior to or during 
the distillation process or other processing event, it may be possible to select distillation 
parameters to allow substantially continuous distillation avoiding the threshold of 
instability for said unimodal characteristics. Specifically, selecting distillation 

25 parameters having predetermined indicia of stability may avoid or limit coke formation. 
Importantly, a method of processing hydrocarbon material using distillation parameters 
based upon indicia of stability, indicia of instability, independently or in cooperation, 
may allow distillation of hydrocarbon materials so as to have ascertainable indicia of 
stability in closer proximity to the threshold of instability compared to typical distillation 

30 parameters. By processing a hydrocarbon material so that the indicia of stability are 
closer to the threshold of instability in a substantially continuous distillation event, the 
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output of liquid distiilables per unit amount of said hydrocarbon material may be 
increased by comparison with typical parameters of distillation. As described above, an 
increase in the amount of liquid distiilables from the same amount of hydrocarbon 
material may decrease the amount of energy used per unit of liquid distillate produced, or 
5 may also reduce the amoimt of emissions generated per unit of liquid distillate produced. 
Such reduction in emissions may be a reduction in carbon dioxide. Moreover, when 
hydrocarbon materials are distilled in a continuous distillation event it may increase the 
purity of at least a portion of said liquid distillates. 

Another embodiment of the invention, understandably includes, the selection of 

10 hydrocarbon materials for purchase or processing based upon determined indica of 
stability for the degree of unimodal characteristics. Naturally, some hydrocarbon 
materials which have indicia of stability which show a high level of unimodal 
characteristics may have greater desirability for some parameters of processing. 
Alternately, with respect to some embodiments of the invention selecting distillation 

1 5 parameters for hydrocarbon material having unimodal characteristics may designed to 
reach a predetermined level of instability characteristics. As such, distilling these 
hydrocarbon materials using such distillation parameters may continue until reaching 
said predetermined level of instability characteristics. A method of processing 
hydrocarbon material in this fashion initiate the formation of a predetermined amount of 

20 carbon or coke. Again as above, such distillation parameters may allow for maintaining 
continuous distillation until reaching the predetermined level of instability 
characteristics. 

Naturally, because products from these processes may be distinguished from 
conventional processing by their purity an embodiment of the invention comprises the 

25 isolation of these higher purity products. 

As mentioned earlier, this invention can be embodied in a variety of ways. In 
addition, each of the various elements of the invention and claims may also be achieved 
in a variety of manners. This disclosure should be understood to encompass each such 
variation, be it a variation of an embodiment of any apparatus embodiment, a method or 

30 process embodiment, or even merely a variation of any element of these. Particularly, it 
should be understood that as the disclosure relates to elements of the invention, the 
words for each element may be expressed by equivalent apparatus temis or method temas 
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- even if only the function or result is the same. Such equivalent, broader, or even more 
generic tems should be considered to be encompassed in the description of each element 
or action. Such terms can be substituted where desired to make explicit the implicitly 
broad coverage to which this invention is entitled. As but one example, it should be 
5 understood that all action may be expressed as a means for taking that action or as an 
element which causes that action. Similarly, each physical element disclosed should be 
understood to encompass a disclosure of the action which that physical element 
facilitates. Regarding this last aspect, as but one example, the disclosure of a 
"dissolvent" should be understood to encompass disclosure of the act of "dissolving" ~ 

10 whether explicitly discussed or not - and,converseIy, were there only disclosure of the 
act of "dissolving", such a disclosure should be understood to encompass disclosure of a 
"dissolvent." Such changes and alternative terms are to be understood to be explicitly 
included in the description. 

The foregoing discussion and the claims which follow describe the preferred 

15 embodiments of the invention. Particularly with respect to the claims it should be 
understood that changes may be made without departing from their essence. In this 
regard it is intended that such changes would still fall within the scope of the present 
invention. It is simply not practical to describe and claim all possible revisions which 
may be accomphshed to the present invention. To the extent such revisions utilize the 

20 essence of the invention each would naturally fall within the breadth of protection 
accomplished by this patent This is particularly true for the present invention since its 
basic concepts and understandings are fundamental in nature and can be applied in a 
variety of ways to a variety of fields. 

Any references mentioned, including but not limited to federal or state statutes, 

25 patents, publications, brochures, marketing materials, or inter-net pages, in this patent 
application, are hereby incorporated by reference or should be considered as additional 
text or as an additional exhibits or attachments to this application to the extent permitted; 
however, to the extent statements might be considered inconsistent with the patenting of 
this/these invention(s) such statements are expressly not to be considered as made by the 

30 applicant. Further, the disclosure should be understood to include support for each 

feature, component, and step shown as separate and independent inventions as well as the 
various combinations and pemiutations of each. 
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In addition, unless the context requires otherwise, it should be understood that 
the term "comprise" or variations such as "comprises" or "comprising", are intended to 
imply the inclusion of a stated element or step or group of elements or steps but not the 
exclusion of any other element or step or group of elements or steps. Such terms should 
5 be interpreted in their most expansive form so as to afford the applicant the broadest 
coverage legally permissible in countries such as Australia and the like. Such terms are 
intended to have an inclusive meaning rather than an exclusive one and should be 
interpreted in their most expansive form so as to afford the applicant the broadest 
coverage legally permissible. Therefore, in countries such as Australia and the like, such 

10 terms are not intended to have an exclusive, or more limited meaning. Thus, the applicant 
should be understood to claim at least: i) a molecular weight / polarity map system; ii) 
each of the coking indexes; iii) a system of pre-distillation evaluation of hydrocarbon 
material; iv) a nearly continuous distillation system; v) a system for optimizing the yields 
of distillable liquids; vi) a system for determining the coking indexes; vii) the resulting 

15 products; viii) the related methods disclosed and described, ix) similar, equivalent, and 
even implicit variations of each of these devices and methods; x) those alternative 
designs which accomplish each of the functions shown as are disclosed and described; 
xi) those alternative designs and methods which accomplish each of the functions shown 
as are implicit to accomplish that which is disclosed and described; xii) each feature, 

20 component, device, and step shown as separate and independent inventions; xiii) the 
combinations of applied systems including the designs disclosed, xiv) the resulting 
products produced by such systems or components, xv) related methods including the 
techniques of the applied systems, and xvi) the various combinations and permutations of 
each of the above. 



VI. CLAIMS 



We claim: 

1 . A molecular weight - polarity map for hydrocarbon materials having unimodal 
characteristics comprising: 
5 a. a first axis having values relating to molecular weight; 

b. a second axis having values relating to solubility parameter; 

c. a plurality of solvent tuned contour lines each defining a solubility parameter range in 
(cal/cc) and 

d. a core material solubility region. 

10 2. A molecular weight -polarity map for hydrocarbon materials as described in claim!, 
wherein said core material solubility region comprises between about 6.9 (cal/cc) ^ to 
about 11.0 (cal/cc) 

3. A molecular weight - polarity map for hydrocarbon materials as described m claim 1, 
wherein said solubility parameter range in (cal/cc) '''' comprises about 0.5 to about 0.6 

15 (cal/cc) 

4. A molecular weight - polarity map for hydrocarbon materials as described by claim 1, 
wherein said core material comprises asphaltenes, 

5. A molecular weight - polarity map for hydrocarbon materials as described by claim 1, 
wherein a first solvent tuned contour line comprises an iso-octane tuned contour line. 

20 6. A molecular weight - polarity map for hydrocarbon materials as described by claim 5, 
wherein a second solvent tuned contour line comprises a heptane tuned contour line. 

7. A molecular weight - polarity map for hydrocarbon materials as described by claim 6, 
wherein a third solvent tuned contour line comprises a heptane:toulene (2:1) (v:v) tuned 
contour line. 
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8. A molecular weight - polarity map for hydrocarbon materials as described by claim 7, 
wherein a fourth solvent tuned contour line comprises a heptanertoulene (1:2) (v:v) 
tuned contour line, 

9. A molecular weight - polarity map for hydrocarbon materials as described by claim 8, 
5 wherein a fifth solvent tuned contour line comprises a toulene tuned contour line. 

10. A molecular weight - polarity map for hydrocarbon materials as described by claim 
9, wherein a sixth solvent tuned contour line comprises a toluenercarbon disulfide 
(55:45) (v:v) tuned contour line. 

1 1 . A molecular weight - polarity map for hydrocarbon materials as described by claim 
10 10, wherein a seventh solvent tuned contour line comprises a carbon disulfide tuned 

contour line. 

12. A molecular weight - polarity map for hydrocarbon materials as described by claim 
1, further comprising molecular weight - polarity coordinate locations of said core 
materials. 

15 13. A molecular weight -polarity map for hydrocaibon materials as described by claim 

12, wherein said molecular weight - polarity coordinate locations of said core materials 
relate to at least one unimodal characteristic. 

14. A molecular weight - polarity map for hydrocarbon materials as described by claim 

13, wherein said at least one unimodal characteristic comprises a variably adjustable core 
20 material having a molecular weight responsive to temperature change. 

15. A molecular weight - polarity map for hydrocarbon materials as described by claim 
13, wherein said at least one unimodal characteristic comprises a core material having a 
polarity stabilizer fimction responsive to temperature change. 

16. A molecular weight - polarity map for hydrocarbon materials as described by claim 
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14, wherein variably adjustable core material comprises a core material that decreases in 
molecular weight in response to an increase in temperature. 

17. A method of processing hydrocarbon material, comprising the steps of: 

a. providing an amount of said hydrocarbon material having at least one unimodal 
5 characteristic; and 

b. determining at least one indicia of stability based on said at least one unimodal 
characteristic. 

18. A method of processing hydrocarbon material as described in claim 17, further 
comprising the steps of: 

10 a. establishing at least one threshold of instability of said at least one unimodal 
characteristic; 

b. comparing said at least one indicia of stability to said at least one threshold of 

instability; and 

c. assessing the proximity of said at least one unimodal characteristic to forming a 
15 multimodal characteristic. 

19. A method of processing hydrocarbon material as described in claim 17, wherein 
having said at least one unimodal characteristic comprises ascertaining an average size 
ratio of a solvated core material size to a core material size (KJ, wherein has a value 
equal to or greater than about 1.1. 

20 

20. A method of processing hydrocarbon material as described in claim 17, wherein 
having said at least one unimodal characteristic comprises ascertaining an average size 
ratio of solvent associated with a plurality of solvated core materials to said plurality of 
solvated core materials(Kp) , wherein has a value equal to or greater than about 1.4. 

25 

21. A method of processing hydrocarbon material as described in claim 17, wherein 
having said at least one unimodal characteristic comprises ascertaining a solvation shell 
(K), wherein K = (K^ • Kp) has a value equal to or greater than about 1.5. 
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22. A method of processing hydrocarbon material as described in claim 17, wherein 
having said at least one unimodal characteristic comprises: 

a. maintaining an amount of asphaltenes having polarity; 

b. maintaining an amount of solvents having lower polarity than said asphaltenes; and 

5 c. maintaining a sufficient amount of resins having a polarity intermediate to said 
polarity of said asphaltenes and to said lower polarity of said solvents to establish a value 
of said solvation shell (K) = (K^ • Kp) equal to or greater than about 1,5. 

23. A method of processing hydrocarbon material as described in claim 17, wherein 
said step of providing an amount of hydrocarbon material further comprises the step of 

10 selecting said hydrocarbon material from the group consisting of coal tars, shale oils, tar 
sand bitumen, asphalts, heavy oils, and petroleum residua. 

24. A method of processing hydrocarbon material as described in claim 17, wherein 
said step of determining at least one indicia of stability based on said at least one 
unimodal characteristic comprises determining a value of of said hydrocarbon 

1 5 material, wherein = ^H^i^^Xcy)- 

25. A method of processing hydrocarbon material as described in claim 17, wherein 
said step of determining at least one indicia of stability based on said at least one 
unimodal characteristic comprises determining a value of Kp of said hydrocarbon 
material, wherein Kp = Kp=(l/(l"pJ. 

20 26. A method of processing hydrocarbon material as described in claim 17, wherein 
said step of determining at least one indicia of stability based on said at least one 
unimodal characteristic comprises determining a value of K of said hydrocarbon 
material, wherein K = K^ • , and wherein K3 =Ks=(l/(l-Xcy)> wherein Kp = 

Kp=(l/(1-Pa). 

25 27. A method of processing hydrocarbon material as described in claim 24, wherein 
determining at least one indicia of stability for said unimodal characteristics comprises 
determining said value of K5 of said hydrocarbon material using nuclear magnetic 
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resonance, wherein absorption of electromagnetic radiation by said solvated core 
material and absorption of electromagnetic radiation by said core material are analyzed to 
ascertain said average size ratio K^. 

28. A method of processing hydrocarbon material as described in claim 25, wherein 
5 determining at least one indicia of stability for said unimodal characteristics comprises 
determining said value of Kp of said hydrocarbon material using nuclear magnetic 
resonance, wherein absorption of electromagnetic radiation by said solvent associated 
with said solvated core materials and absorption of electromagnetic radiation by said 
plurality of solvated core materials are analyzed to ascertain said average size ratio Kp. 

10 29. A method of processing hydrocarbon material as described in claim 26, wherein 
determining at least one indicia of stability for said unimodal characteristics comprises 
determining a value of K = • Kp of said hydrocarbon material using magnetic 
resonance, wherein absorption of electromagnetic radiation by said solvated core 
material and absorption of electromagnetic radiation by said core material are analyzed to 

15 ascertain said average size ratio K^, and wherein absorption of electromagnetic radiation 
by said solvent associated with said solvated core materials and absorption of 
electromagnetic radiation by said pluraUty of solvated core materials are analyzed to 
provide said average size ratio Kp, 

30. A method of processing hydrocarbon material as described in claim 18, wherein 
20 estabUshing a threshold of instability based on said at least one unimodal characteristics 

comprises assigning a value of about 1 . 1 to a threshold of instability 

31. A method of processing hydrocarbon material as described in claim 18, wherein 
establishing a threshold of instability based on said at least one unimodal characteristic 
comprises assigning a value of about 1.4 to a threshold of instability Kp 

25 32. A method of processing hydrocarbon material as described in claim 18, wherein 
establishing a threshold of instability based on said unimodal characteristics comprises 
assigning a value of about 1.5 to a threshold of instability K. 
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33, A method of processing hydrocarbon material as described in claim 18, wherein 
said step of comparing said indicia of stability to said threshold of instability comprises 
comparing a detennined value of Kg of said hydrocarbon material to said value of about 
1.1 assigned to said threshold of instability K^. 

5 34, A method of processing hydrocarbon material as described in claim 18, wherein 
said step of comparing said indicia of stability to said threshold of instability comprises 
comparing a determined value of of said hydrocarbon material to said value of about 
1.4 assigned to said threshold of instabiUty Kj. . 

35. A method of processmg hydrocarbon material as described in claim 18, wherein 
10 said step of comparing said indicia of stability to said threshold of instability comprises 

comparing a determined value of K of said amount of said hydrocarbon material to said 
value of about 1 .5 assigned to said threshold of instability K. 

36. A method of processing hydrocarbon material as described in claims 19, 20, 21, 24, 
25, 26, 27, 28, or 29, further comprising the step of using a hydrocarbon material 

15 analysis device to determine said size ratio selected from the group consisting of a 

nuclear magnetic resonance device, a nuclear magnetic resonance spectroscopy device, a 
nuclear magnetic resonance tomography device, a mass spectrometry device, an infrared 
spectrometry device, a raman spectroscopy device, a size exclusion chromatography 
device, a gel electrophoresis device, and paper chromatography device. 

20 37. A method of processing hydrocarbon material as described in claim 17, wherein 
said step of determining indicia of stability for said unimodal characteristics comprises: 

a. providing a hydrocarbon material component analysis device; 

b. calibrating said hydrocarbon material component analysis device; 

c. mixing an amount of hydrocarbon material in a precipitating solvent; 
25 d. precipitating asphaltenes from said hydrocarbon material; 

e extracting maltenes into said precipitating solvent; 

f analyzing maltenes with said hydrocarbon material component analysis device; and 
g. determining an amount of at least one unimodal characteristic stability component in 
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said maltenes, 

38. A method of processing hydrocarbon material as described in claim 37, wherein 
said step of providing a hydrocarbon material component analysis device comprises 
selecting said hydrocarbon material component analysis device from the group consisting 

5 of a nuclear magnetic resonance spectroscopy device, a nuclear magnetic resonance 
tomography device, a mass spectrometry device, an infrared spectrometry device, a 
microscope device, an infrared raman spectroscopy device, a size exclusion 
chromatography device, a gel electrophoresis device, and a paper chromatograph device. 

39. A method of processing hydrocarbon material as described in claim 37, wherein 
10 said step of calibrating said hydrocarbon material component analysis device comprises 

identifying characteristics of polystyrene having known molecular weight 

40. A method of processing hydrocarbon material as described in claim 39, wherein 
said precipitating solvent comprises iso-octane. 

15 41 . A method of processing hydrocarbon material as described in claim 40, wherein 
said step of analyzing said maltenes with said hydrocarbon material component analysis 
device comprises: 

a, separating said maltenes with said size exclusion chromatography device; and 

b. comparing elution volumes of said maltenes to elution volumes of said components of 
20 polystyrene having known molecular weight. 

42. A method of processing hydrocarbon material as described in claim 41, wherein 
determining an amount of said at least one unimodal characteristic stability component in 
said maltenes comprises detecting an apparent molecular weight of said at least one 
unimodal characteristic stability component. 

25 43. A method of processing hydrocarbon material as described in claim 42, wherein 
detecting the apparent molecular weight of said at least one unimodal characteristic 
stability component comprises observing elution of said at least one imimodal 
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characteristic stability component corresponding to a leading edge high molecular weight 
shoulder component. 



44. A method of processing hydrocarbon material as described in claim 43, wherein 
said leading edge high molecular weight component has an apparent molecular weight 

5 about equal to or greater than about 500 gram per mole. 

45. A method of processing hydrocarbon material as described in claim 17, wherein 
said step of determining indicia of stability based on said at least one unimodal 
characteristic comprises: 

a. providing a titration device; 
10 b. mixing an amount of said hydrocarbon material into an amount of aromatic dissolvent 

c. titrating dissolvent soluble components in said amount of aromatic dissolvent with an 
amount of weak aliphatic solvent imtil a flocculent forms (VJ; 

d. calculating the flocculation ratio at infinite dilution (FR^, wherein FR^ V^/ (V^ 
15 -r Vj), and wherein has a value about equal to said volume of dissolvent, and wherein 

Vj has a value about eqxial to said amount of weak solvent; 

e. determining the dilution concentration at zero titrant level (C^^), wherein 

(Vj + Vj), and wherein has a value about equal to said amoimt of said hydrocarbon 
material; 

20 f deterniining the peptizability of asphaltenes determining (p J, wherein p^ = 1-FR^; 
and 

g. determining a value of 0^,^ for said amount of toluene soluble components. 

46. A method of processing hydrocarbon material as described in claim 45, wherein 
said step of mixing an amount of said hydrocarbon material into an amount of aromatic 

25 dissolvent (VJ comprises mixing said amount of said hydrocarbon material into an 
amount of toluene. 

47. A method of processing hydrocarbon material as described in claim 45, wherein 
said step of titrating dissolvent soluble components in said volume of aromatic dissolvent 
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with an amount of weak aliphatic solvent until a flocculent fonns (V) comprises titrating 
said dissolvent soluble components in said volume of aromatic dissolvent with an 
amount of iso-octane. 

48. A method of processing hydrocarbon material as described in claim 18, wherein 
5 said step of establishing a threshold of instability based on said at least one unimodal 

characteristic comprises assigning a value within the range of about 0.1 to about 0.4 to a 
threshold of instability pj C^^^ . 

49. A method of processing hydrocarbon material as described in claim 48, wherein 
said step of comparing said indicia of stability to said threshold of instability comprises 

10 comparing said determined value of Pa/C^,„ of said hydrocarbon material to said value 
of about 0.1 to about 0.4 assigned to said threshold of instability p^C^i^. 

50. A method of processing hydrocarbon material as described in claim 17, wherein 
said step of determining indicia of stability based on said at least one unimodal 
characteristic comprises: 

15 a. precipitating an amount of asphaltenes^ from an arnoimt of said hydrocarbon material 
with a first solvent; 

b. extracting precipitated asphaltenes^ with a second solvent, wherein said second 
solvent has a polarity between a polarity of said first solvent and a polarity of a third 
solvent capable of substantially dissolving said asphaltenes^ completely; and 
20 c. determining an amount of asphalteneSy soluble in said second solvent. 

5 L A method of processing hydrocarbon material as described in claim 50, wherein 
said step of precipitating an amount of asphaltenes^ from an amount of said hydrocarbon 
material with a first solvent ftirther comprises the step of selecting said first solvmt from 
the group consisting of iso-octane, pentane, hexane, and heptane. 

25 52. A method of processing hydrocarbon material as described in claim 51, wherein 
said step of extracting precipitated asphaltenes^ with a second solvent, wherein said 
second solvent has polarity between the polarity of said first solvent and a polarity of a 
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third solvent capable of substantially dissolving said asphaltenes,^ completely fiirther 
comprises the step of selecting said second solvent from the group consisting of 
cyciohexane, pentane, hexane, heptane, and heptane:toluene (1:1) (v:v). 

53. A method of processing hydrocarbon material as described in claim 18, wherein 
5 said step of establishing a threshold of instability based on said at least one unimodal 

characteristic comprises assigning a value of equal to or less than about 0,2 weight 
percent to a threshold of instability y. 

54. A method of processing hydrocarbon material as described in claim 18, wherein 
said step of determining indicia of stability based on said at least one unimodal 

10 characteristic comprises weight percent asphalteneSy soluble ui said second solvent over 
weight percent asphaltenes^ precipitated by said first solvent. 

55. A method of processing hydrocarbon material as described in claim 2 wherein said 
step of establishing a threshold of instability based on said at least one unimodal 
characteristic comprises assigning a value between about 0.0 to about 1.0 to a threshold 

15 of ihstability^y. 

56. A method of processing hydrocarbon material as described in claims 18, 24, 34, 35, 
42, 43, 44, 49, 53, or 54, fiirther comprising the step of predicting the proximity of said 
hydrocarbon material to coke fonnation. 

57. A method of processing hydrocarbon material as described in claim 17, wherein 
20 said step of determining indicia of stability based on said at least one unimodal 

characteristic comprises determining free solvent volume. 

58. A method of processing hydrocarbon material as described in claim 57, wherein 
determining said free solvent volimie comprises deteraiining an amount of unassociated 
solvent in said hydrocarbon material, wherein said unassociated solvent does not solvate 

25 said core material, and wherein said unassociated solvent does not associate with said 
plurality of solvated core materials. 
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59. A method of processing hydrocarbon material as described in claim 57, wherein 
determining said free solvent volume comprises determining <J)ps = I-K3 (l/l-pj {xjl2), 
wherein has a value of about 1.6. 

60. A method of processing hydrocarbon material as described in claim 56, wherein 
5 determining said free solvent volume comprises: 

a. providing a titration device; 

b. mixing an amount of said hydrocarbon material into an amount of aromatic dissolvent 

(V3); 

c. titrating dissolvent soluble components in said amount of aromatic dissolvent with an 
10 amount of weak aUphatic solvent until a flocculent forms (V^); 

± calculating the flocculation ratio at infinite dilution (FR^), wherein FR^ = V^/ (V, 
-r Vj), and wherein has a value about equal to said amount of aromatic dissolvent, and 
wherein has a value about equal to said amount of weak aliphatic solvent; 
e. determining the peptizability of asphaltenes p^^, wherein P3=1-FR; 
15 £ precipitating an amount of asphaltenes from an amount of said hydrocarbon material 
with a precipitating solvent; 

g. determining the mass fraction asphaltenes (xj; and 

h. determining <^^^, wherein <j)ps = I-K3 (1/1-pJ (Xa^l.2). 

61 . A method of processing hydrocarbon material as described ui claim 60, wherein 
20 said step of mixing an amount of said hydrocarbon material into an amount of aromatic 

dissolvent (VJ further comprises selecting said aromatic dissolvent from the group 
consisting of toluene, benzene, xylene, and ethylbenzene. 

62. A method of processing hydrocarbon material as described in claim 60, wherein 
said step of titrating dissolvent soluble components in said amount of aromatic dissolvent 

25 with an amount of weak aliphatic solvent until a flocculent forms (V^) further comprises 
selecting said aliphatic solvent from the group consisting of iso-octane, pentane, hexane, 
and hexadecane, 

63. A method of processing hydrocarbon material as described in claim 47, wherein 
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said step of precipitating an amount of asphaltenes from an amount of said hydrocarbon 
material with a precipitating solvent further comprises the step of selecting said 
precipitating solvent from the group consisting of iso-octane, pentane, hexane, and 
heptane. 

5 64. A method of processing hydrocarbon material as described in claim 57, furflier 
comprising the step of determining an initial amount of coke formation when exceeding 
said threshold of instability . 

65. A method of processing hydrocarbon material as described in claims 17, 18, 33, 34, 
35, 37, 41, 44, 45, 46, 47, 49, 50, 53, 54, 55, 57, 59, 60, or 64, further comprising the 

10 steps of: 

a. selecting distillation parameters to distill said hydrocarbon material having unimodal 
characteristics, wherein said distillation parameters have predetermined indicia of 
stability to avoid reaching said threshold of instability; 

b. distilling said hydrocarbon material using said distillation parameters; and 
1 5 c. avoiding the threshold of instability for said unimodal characteristics. 

66. A method of processing hydrocarbon material as described in claim 65, wherein 
said step of selecting distillation parameters to distill said hydrocarbon material having 
unimodal characteristics, wherein said distillation parameters have predetermined indicia 

20 of stability to avoid reaching said threshold of instability comprises selectmg distillation 
parameters having predetermined indicia of stability to avoid coke formation. 

67. A method of processing hydrocarbon material as described in claim 61, further 
comprising the step of maintaining continuous distillation until reaching said 
predetermined indicia of stability to avoid coke formation. 

25 68, A method of processing hydrocarbon material as described in claim 67, wherein 
said step of distilling said hydrocarbon material using said distillation parameters 
comprises the step of distilling said hydrocarbon materials so as to have indicia of 
stability in closer proximity to said threshold of instability compared to typical 
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distillation parameters. 



69. A method of processing hydrocarbon material as described in claims 17, 18, 33, 34, 
35, 37, 41, 44, 45, 46, 47, 49, 50, 53, 54, 55, 57, 59, 60, or 64 further comprising the 
steps of: 

5 a, selecting distillation parameters for said hydrocarbon material having unimodal 
characteristics to reach a predetermined level of instability characteristics; 

b. distilling said hydrocarbon material using said distillation parameters; and 

c. continuing said hydrocarbon material until reaching said predetermined level of 
instability characteristics. 

10 70. A method of processing hydrocarbon material as described in claim 69, wherein 
said step of reaching said predetermined level of instability comprises initiating a 
predetermined amount of coke. 

71. A method of processing hydrocarbon material as described in claim 70, further 
comprising the step of maintaining continuous distillation until reaching said 

1 5 predetermined level of instability characteristics. 

72. A method of processing hydrocarbon material as described in claim 71, further 
comprising the step of determining the hydrogen-carbon ratio of said hydrocarbon 
material. 

73. A method of processing hydrocarbon material as described in claim 72, further 
20 comprising the step of determining a total amount of coke which may fom iBrom said 

hydrocarbon material 

74. A method of processing hydrocarbon material as described in claim 68, further 
comprising the step of increasing output of liquid distillate per unit amount of said 
hydrocarbon material. 

25 

75. A method of processing hydrocarbon material as described in claim 68, further 
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comprising the step of decreasing the amount of energy used per unit of liquid distillate 
produced. 

76. A method of processing hydrocarbon material as described in claim 68, further 
5 comprising the step of reducing the amount of emissions generated per unit of liquid 

distillate produced. 

77. A method of processing hydrocarbon material as described in claim 76, wherein 
said step of reducing the amount of emissions generated per unit of liquid distillate 
produced comprises reducing carbon dioxide emissions. 

10 78. A method of processing hydrocarbon material as described in claim 68, further 
comprising the step of increasing the purity of at least a portion of said liquid distillates. 

79. A method of processing hydrocarbon material as described in claim 17, 18, 33, 34, 
35, 37, 41, 44, 45, 46, 47, 49, 50, 53, 54, 55, 57, 59, 60, or 64, further comprising the 
step of selecting said hydrocarbon material to process based upon said indica of stability 

1 5 for said unimodai characteristics, 

80. A method of processing hydrocarbon material as described in claim 36, further 
comprising the step of selecting said hydrocarbon material to process based upon said 
indica of stability for said unimodai characteristics. 

81. Liquid distillate produced in accordance with the process of claim 65. 
20 82. Liquid distillate produced in accordance with the process of claim 68. 

83. Liquid distillate produced in accordance with the process of claim 69. 

84. Liquid distillate produced in accordance with the process of claim 71, 

85. A hydrocarbon material comprising: 
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a. an amount of core material having polarity; 

b. an amount of solvents having lower polarity than said core material; and 

c. an amount of resins having a polarity intermediate to said polarity of said core 
material and to said lower polarity of said solvents sufficient to establish at least one 

5 unimodal characteristic. 

86. A hydrocarbon material as described in claim 85, wherein said at least one unimodal 
characteristic comprises a value of a solvation shell (K), and wherein K = (K^ • Kj,) has a 
value equal to or greater than about 1.5. 

87. A hydrocarbon material as described in claim 85, wherein said at least one unimodal 
10 characteristic comprises a value of an average size ratio of a solvated core material size 

to a core material size (K^), wherein Kj has a value equal to or greater than about 1.1. 

88. A hydrocarbon material as described in claim 85, wherein said at least one imimodal 
characteristic comprises a value of an average size ratio of solvent associated with a 

15 plurality of solvated core materials to said plurality of solvated core materials(Kp) , 
wherein Ky has a value equal to or greater than about L4. 

89. A hydrocarbon material as described in claim 85, wherein said core material 
comprises asphaltenes. 

90. A hydrocarbon material as described in claim 85, wherein said hydrocarbon material 
20 has an indicia of stability based on said at least one unimodal characteristic which has a 

value outside the range naturally occurring hydrocarbon materials. 

91 . A hydrocarbon material as described in claim 85, further comprising a level of purity 
greater than naturally occurring hydrocarbon materials, 

92. Methods substantially as described hereinbefore and with reference to any of the 
25 accompanying examples. 
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93. Apparatuses substantially as described hereinbefore and with reference to any of the 
accompanying examples. 
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"Predicting Proximity to Coke Fonnation" ; 



I, Josq)h F. Rovani, Jr., hereby declare: 



i. 



the specificatioti(s) of which has/have been provided lo nie/us al or prior lo the Uiuc uf sigmag diia 
declaration, and of which we hereby claim the benefit of and priority pursuant to 35 USC §§119, 
120, or 365; there are no foreign applications having a iSling date before that of the ^lication(s) 
on which priority is claimed; and, if applicablej I/we have identified in the request of this application, 
in compliance with PCT Rule 4. 10, any claim to foreign priority and I/we have identified above by 
application number, coxmtry or Member of the World Trade Organization, day, month and year of 
fiiitig, any application for a patent or inventor's certificate filed in a country other than the United 
States of America, including any PCT international application designating at least one country other 
than die United States of America, having a filiuig dale hchic that gf tlic application on which 
foreign priority is claimed 

We hereby declare that the above specification(s) is/are intended to include disclosure or claims 
directed to, individually or in combmation: embodiments of the invention which may encompass a 
device, apparatus, method, process, or business method; embodiments of the invention which may 
ercompass peraiutatioins or combinatiQns of any aspects of the invention; any aspect of tide invention 
conceived or developed as separate inventions; and any aspect of the invention independent of any 

^jf initial context cou^sidcrcHl a^ picfciied euxbodiments. We also audiorize and support this application 
for patent protection in the United States, and for similar protection in foreign countries, each to be 

|J sou^ to the exteot or breadth any owner desires or deems We acknowledge that each 

of the attorneys and the firm filing this application is/are attorneys for flie A&sign&& The Uhiversity 
Of Wyoming Research Corporation d/b/a Western Research Institute only, 

fll We hereby state that we have reviewed and understand the contents of the specification entitled 
'Tredicting Proximity to Coke Fomiation^ inchiding any claims. 

«f We acknowledge the duty to disclose infoimation which is material to the examination of this 
application in accordance with Title 37, Code of Federal Regulations, Section 1 .56(a). 

We hereby declare that all statements made herein of our own knowledge are true and that all 
statements made on information and belief are believed to be true; and fiirther that these statements 
were marie with the knowledge that willftil false statements and the like so made are punishable by 
fine or imprisonment, or both under Section 1001 of Title 18 of the United States Code and that such 
willlul false statements may jeopardize the validity of the application or any palraU issued thereon. 
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Johx^. Schabron 



IMTED STATES OF AMERICA ) 
STATE OF WYOMING ) 
COUNTY OF ^ ^ Aa:> Y ) 

SUBSCRIBED AND AFFIRMED OR SWORN to before me in llie County of i^/u> y , State of 

Wyoming, United States of America, by John F, Sehabron, this ^7>^ dav of December^ in the year 2001. 

WITNESS niyhaiidaxid ofScisd seal imrs^^ vested in me as aNotaty Public by the State of 

Wyomng. 

— 

Notary Public / y 

My Commission E?q)ires: ^ / S /jl^tp ? 



Date: b/o ( ^^g^ ^ 

Josefs^F* Bfovani^ Jr- 

yiOTED STATES OF AMERICA ) 
STATE OF WYOMING ) 
COtJNrYOF /J^.^/Q^J>/ ) 

SUBSCRIBED AND A1*1<1KMED OR SWORW tO btisfore me in the Comity of /^^A/Q.^-V . Slate ot 
Wyoming, United States of America, by Joscpb F. Rovani, Jr., this ^r/f dsLy of December, in the year 2001. 

WIl^^ESS my hand and official seal pursuant to the authority vested hi me as a Notary Public by die State of 
Wyoming. 

NotaryPublic 

" My Commission Expires: 




wii\cokeindx\pct\usiip\dccLtxt 
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